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ATTORNEY'S DOCKET NO: 020001 



U.S. DEPARTMENT OF COMMERCE, PATENT AND TRADEMARK OFFICE 



DATE; January 7, 2002 



TRANSMITTAL LETTER TO THE UNITED STATES DESIGNATED/ELECTED OFFICE 
(DO/EO/US) CONCERNING A FILING UNDER 35 U.S.C. 371 



INTERNATIONAL APPLICATION NO.: 
PCT/JP00/04513 



INTERNATIONAL FILING DATE: 
JULY 6, 2000 



PRIORITY DATE CLAIMED: 
JULY 8, 1999 



TITLE OF INVENTION: RESIN COMPOSITION FOR WATER-RESISTANT AND MOISTURE-PROOF PAPER, 

WATER RESISTANT AND MOISTURE-PROOF PAPER AND METHOD FOR PRODUCING THE SAME 



APPLICANT©) FOR DO/EO/US: Yukinobu YAMAZAKI, Michinori NAKAMOTO, Hiroshi OKAMURA, Takeshi YOSHIDA 
and Hiroshi KAWAHARA 



Applicant hereby submits to the United States Designated/Elected Office (DO/EO/US) the following items and other information: 

1. _X_ This is a FIRST submission of items concerning a filing under 35 U.S.C. 371. 

2. __ This is a SECOND or SUBSEQUENT submission of items concerning a filing under 35 U.S.C. 371. 

3. X_ This express request to begin national examination procedures (35 USC 371(f)) at any time rather than delay examination until 

the expiration of the time limit set in 35 USC 371(b) and PCT Articles 22 and 39(1). 

4. X_ A proper Demand for International Preliminary Examination was made by the 19th month from the earliest claimed priority 

date. 

5. _X_ A copy of the International Application as filed (35 U.S.C. 371(c)(2)): 

a. is transmitted herewith (required only if not transmitted by the International Bureau). 

b. _X_ has been transmitted by the International Bureau. 

c. is not required, as the application was filed in the United States Receiving Office (RO/US) 

6. _X_ A translation of the International Application into English (35 U.S.C. 371(c)(2)). 

7. X_ Amendments to the claims of the International Application under PCT Article 19 (35 U.S.C. 371(c)(3)) 

a. are transmitted herewith (required only if not transmitted by the International Bureau). 

b. have been transmitted by the International Bureau. 

c. have not been made; however, the time limit for making such amendments has NOT expired. 

d. _X_ have not been made and will not be made. 

8. A translation of the amendments to the claims under PCT Article 19 (35 U.S.C. 371(c)(3)). 

9. _X_ An oath or declaration of the inventor(s) (35 U.S.C. 371(c)(4)). 

10. _X_ A translation of the annexes to the International Preliminary Examination Report under PCT Article 36 (35 U.S.C. 371(c)(5)). 
ITEMS 11. TO 16. BELOW CONCERN OTHER DOCUMENT(S) OR INFORMATION INCLUDED: 

11. _ An Information Disclosure Statement under 37 CFR 1.97 and 1.98. 

12. JL An assignment document for recording. A separate cover sheet in compliance with 37 CFR 3.28 and 3.31 is included. 

ASSIGNEE NAME AND ADDRESS: GOYO PAPER WORKING CO.. LTD.. Osaka-shi, Japan 
Please publish the assignee data with the application. 

13. X_ A FIRST preliminary amendment. 

A SECOND or SUBSEQUENT preliminary amendment 

14. _X_ A substitute specification. 

15. A change of power of attorney and/or address letter. 

16. _X_ Other items or information: International Search Report. 
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17. _X_ The following fees are submitted: 



Basic National Fee (37 CFR 1.492(a)(l)-(5): 

Search Report has been prepared by the EPO or JPO: 



International preliminary examination fee paid 

to USPTO (37 CFR 1.482) $710.00 

No international preliminary examination fee paid 

to USPTO (37 CFR 1.482) but international search fee 

paid to USPTO (37 CFR 1.445(a)(2)) $740.00 

Neither international preliminary examination fee 
(37 CFR 1.482) nor international search fee 

(37 CFR 1.445(a)(2)) paid to USPTO $1040.00 

International preliminary examination fee 
(37 CFR 1.482) and all claims satisfied provisions 

of PCT Article 33(2)-(4) $100.00 



ENTER APPROPRIATE BASIC FEE AMOUNT = 



Surcharge of $130.00 for furnishing the oath or declaration later than _ 20 
30 months from the earliest claimed priority date (37 PVR 1.492(e)). 



NUMBER FILED NUMBER EXTRA 



DATE: January 7, 2002 



CALCULATIONS 



Multiple dependent claims(s) (if applicable) 



TOTAL OF ABOVE CALCULATIONS = 



Reduction by 1/2 for filing by small entity, if applicable. (Note 37 CFR 1.9, 1.27, 
1.28). . 



$1,440.00 



Processing fee of $130.00 for furnishing the English translation later than _ 
__ 30 months from the earliest claimed priority date (37 CFR 1.492(f)). 



TOTAL NATIONAL FEE ■ 



Fee for recording the enclosed assignment (37 CFR 1.21(h)). The assignment 
must be accompanied by an appropriate cover sheet (37 CFR 3.28, 3.31). 

$40.00 per property + 



TOTAL FEES ENCLOSED = 



$1,480.00 

Amount to be: 



refunded 
charged 
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DATE: January 7, 2002 



T~X A check in the amount of $ 1,480.00 to cover the above fees is enclosed. ($890.00 for basic filing fee; $270.00 for 15 

additional claims; $280.00 for multiple dependent claims and $40.00 for assignment recordation fee). (This paper is filed in 
triplicate) 

b. Please charge my Deposit Account No. 01-2340 in the amount of $ to cover the above fees. (A duplicate copy of this 

sheet is enclosed.) 

c. X_ The Commissioner is hereby authorized to charge any additional fees which may be required, or credit any overpayment to 

Deposit Account No. 01-2340. 

NOTE: Where an appropriate time limit under 37 CFR 1.494 or 1.495 has not been met, a petition to revive (37 CFR 
1.137(a) or (b)) must be filed to request that the application be restored to pending status. 

Send All Correspondence To: 
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PATENT TRADEMARK OFFICE 
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VJ SGAtyap 




Stephen G. Adrian 



REGISTRATION NUMBER 



ARMSTRONG, WESTERMAN & HATTORI, LLP 
Suite 1000,1725 K Street, N.W. 
Washington, D. C. 20006 
Tel: (202)659-2930 
Fax: (202) 887-0357 
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PATENT 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re application of: Yukinobu YAM AZAKI et al. 

Serial No.: Not Yet Assigned 

(§ 371 of International Application No. PCT/JP00/04513) 

Filed: January 7, 2002 

For: RESIN COMPOSITION FOR WATER-RESISTANT AND MOISTURE-PROOF 
PAPER, WATER-RESISTANT AND MOISTURE-PROOF PAPER AND 
METHOD FOR PRODUCING THE SAME 



PRELIMINARY AMENDMENT 



a 



Commissioner for Patents 

Washington, D.C. 20231 January 7, 2002 



Prior to the calculation of the filing fees of the above application, please amend the 
application as follows: 



P IN THE CLAIMS : 

N 
q 

Please amend the following claims as follows: 



1. (Amended) A resin composition for water-resistant and moisture-proof paper comprising 
40 to 75 parts by weight of a polyolefm (A), 25 to 60 parts by weight of a tackifier (B) and 0 to 20 
parts by weight of a compatibilizing agent (C), the total of (A), (B) and (C) being 100 parts by 
weight. 

2. (Amended) A resin composition for water-resistant and moisture-proof paper comprising 
40 to 75 parts by weight of a polyolefm (A), 25 to 60 parts by weight of a tackifier (B) and 0 to 20 
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parts by weight of a compatibilizing agent (C), and 20 to 300 parts by weight of an inorganic filler 
(D) to the total amount of 100 parts by weight of (A), (B) and (C). 



1 1 . (Amended) A resin composition of claim 1 or 2, which is colored with the same color as a paper 
substrate. 

12. (Amended) A water-resistant and moisture-proof paper forming a water-resistant and moisture- 
proof layer of the resin composition defined in claim 1 or 2 on either one side of a paper substrate. 

14. (Amended) A water-resistant and moisture-proof paper of claim 12, wherein a coat layer of a 
(meth)acrylic resin is formed on the water-resistant and moisture-proof layer. 

1 5 . (Amended) A water-resistant and moisture-proof paper, wherein the resin composition defined in 
claim 1 or 2 is inserted between paper substrates of not less than two sheets. 

16. (Amended) A water-resistant and moisture-proof paper of claim 12, wherein a penetration-proof 
layer is formed on a face of the paper substrates to be coated with the resin composition and/or on a face of another 
counterpart paper substrate to be brought into contact with the resin composition. 

1 7. (Amended) A method for producing water-resistant and moisture-proof paper, comprising the step 
of forming a water-resistant and moisture-proof layer by applying the resin composition defined in claim lor 2 to 
at least one side of a paper substrate. 
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18. (Amended) A method for producing water-resistant and moisture-proof paper, comprising the steps 

of: 

forming a moisture-proof layer by applying the resin composition defined in claim 1 or 2 to at least one 
side of a paper substrate, and 

forming a coat layer of a (meth)acrylic resin on the surface of the water-resistant and moisture-proof layer. 

1 9 . (Amended) A method for producing moisture-proof paper, comprising the step of forming a water- 
resistant and moisture-proof layer by applying the resin composition defined in claim 1 or 2 between paper 
substrates of not less than two sheets. 
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REMARKS 



The above amendment is submitted to place the claims in substantially the same condition 
as to the claims which have been amended under Article 34 in the international application and to 
remove improper multiple dependency of the claims. Early and favorable action is awaited. 

Attached hereto is a marked-up version of the changes made to the specification and claims 
by the current amendment. The attached page is captioned " Version with markings to show changes 
made. " A copy of "hand-written amendments under At. 34 PCT" is also attached to show the 
changes made in the substitute specification and the claims under Article 34. 

In the event there are any additional fees required, please charge our Deposit Account No. 
01-2340. 



Respectfully submitted, 



ARMSTRONG, WESTERMAN & HATTORI, LLP 



Arty. Docket No. 020001 
Suite 1000 
1725 K Street, N.W. 
Washington, D.C. 20006 
Tel: (202)659-2930 




Reg. No. 32,878 
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VERSION WITH MARKINGS TO SHOW CHANGES MADE 
The following claims have been amended as follows: 

1. (Amended) A resin compositio n for water-resistant and moisture-proof paper comprising 
40 to 75 parts by weight of a polyolefin (A), 25 to 60 parts by weight of a tackifier (B) and 0 to 20 
parts by weight of a compatibilizing agent (C), the total of (A), (B) and (C) being 100 parts by 
weight. 

2. (Amended) A resin composition for water-resistant and moisture-proof paper comprising 
40 to 75 parts by weight of a polyolefin (A), 25 to 60 parts by weight of a tackifier (B) and 0 to 20 
parts by weight of a compatibilizing agent (C), and 20 to 300 parts by weight of an inorganic filler 
(D) to the total amount of 100 parts by weight of (A), (B) and (C). 

11. (Amended) A r^in composition of Any one of Jainis 1 to 10 claim 1 or 2 , which is 
colored with approximately the same color as a paper substrate. 

12. (Amended) A water-resistant and moisture-proof paper forming a water-resistant and 
moisture-proof layer of the resin composition defined in any one of claims 1 to 1 1 claim 1 or 2 on 
either one side of a paper substrate. 



14. (Amended) A water-resistant and moisture-proof paper of claim 12 or-i3, wherein a 
coat layer of a (meth)acrylic resin is formed on the water-resistant and moisture-proof layer. 
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15. (Amended) A water-resistant and moisture-proof paper paper, wherein the resin 
composition defined in any one of claims 1 to 1 1 claim 1 or 2 is inserted between paper substrates 
of not less than two sheets. 



16. (Amended) A water-resistant and moisture-proof paper of any one of claims 12 to 15 
claim 12. wherein a penetration-proof layer is formed on a face of the paper substrates to be coated 
with the resin composition and/or on a face of another counterpart paper substrate to be brought into 
contact with the resin composition. 

U 

C| 17. (Amended) A method for producing water-resistant and moisture-proof paper ofciarm 

Q 

fc* 12 or 13 , comprising the step of forming a water-resistant and moisture-proof layer by applying the 

Ul resin composition defined in any one of claim 1 to 1 1 claim 1 or 2 to at least one side of a paper 

CI 

& substrate. 



H 

C! 18. (Amended) A method for producing water-resistant and moisture-proof paper ofdaim 

N 

Cl i4, comprising the steps of: 



n; 



forming a moisture-proof layer by applying the resin composition defined in any one of claim 
1 to 11 claim 1 or 2 to at least one side of a paper substrate, and 

forming a coat layer of a (meth)acrylic resin on the surface of the water-resistant and 
moisture-proof layer. 
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19. (Amended) A method for producing moisture-proof paper of claim 15 , comprising the 
step of forming a water-resistant and moisture-proof layer by applying the resin composition defined 
in a ny one of claims of 1 to 1 1 claim 1 or 2 between paper substrates of not less than two sheets. 
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resin composition; water-resistant and moisture-proof PAPER AND u 

METHOD FOR PRODUCING THE -SAME 

Technxcal FxeLd ^ £ V 6JT| ^ 

The present invention relates to a resin compositionYa water- 
resistant and moisture-proof paper made using the foregoing - 
composition, and to a method for producing the foregoing paper. 



Background Art 

Generally, as water-resistant and moisture-proof paper, paper 
coated with a polyolefin type resin such as polyethylene, 
polypropylene or the like is well known and widely used. This 
water-resistant and moisture-proof paper extrusion-laminated with 
such a polyolefin type resin not only has excellent water-resistance, 
moisture-proofness and processability , but also is economical and 
remarkably excellent as water-resistant and moisture-proof paper. 
For this reason, this paper is in wide use as a wrapping paper for 
paper products requiring moisture-proofness, packages for plastic 
pellets, salt and the like. Moreover, in this industry, there is 
also moisture-proof paper called clad paper or poly-sandwiched type, 
in which two sheets of paper are bonded with the polyolefin resin 
sandwiched therebetween. Further, the polyolefin resin is 
excellent in water-resistance and heat-sealability and is thus 
easily processable, it is widely used as paper cups for drinks and 
cow's milk packages, too. 



the amount of the wax is too plenty, the slippage caused by 
transferring of the wax to the rear side of the water-resistant and 
moisture-proof paper becomes large, and the heat resistance lowers, 
though the moisture-proof ness is enhanced, and therefore, that is 
not desired. 

As the wax used in the present invention, there are included 
natural waxes such as paraffin wax, microcrystal lin wax, montan wax, 
carnauba wax, candelilla wax and Fischer-Tropsch wax. These may be 
used singly or in combination of two or more. 

The amount of the wax is not more than 10 parts by weight r fo_Ez. - 

.the nH jiintmonf nf tbp-nn 1 nf a rm vi 3 n n g ± f - . y , though varying with the 

blending ratio of the resin composition. 

When the water-resistant and moisture-proof paper is 
disaggregated by a pulper in a paper producing company and 
regenerated as wastepaper, it is preferred to color the resin 
composition to almost the same color as the paper substrate used, 
since the resin composition remained on the recycled paper is 
difficult to be seen to thus suppress a decrease in quality of the 
recycled paper. The level of coloring may not be so strict and it 
is preferred that the color of the resin composition is almost 
identical to or a little lighter than that of the paper substrate 
used. If it is deeper, the presence of the resin composition on the 
recycled paper becomes noticeable. 

The resin composition of the present invention may further be 
added with stabilizers such as an antioxidant, viscosity-adjusting 



Table 2 







Example 9 


Composition 
(Parts) 


(Al) Amorphous polypropylene (Mw=70000) 


2 2 


(A5) Crystalline polypropylene resin 
(Block) (MFR=55) 


3 0 


(B3) Hydrogenated terpene resin 


4 5 


(C) Maleic anhydride-modified polypropylene 


3 


Penetration-proof layer 


Absence 


Coat layer 


Absence 


Properties 


Moisture 
permeability 

(g/m 2 -24hr) 


Plat 


1 3 


Cruciform folding 


1 3 


Disaggregation 


Visual observation 


O 


Bleeding 


o 


Antiblocking 


o 


Sanitation 
test 




Standard 


Measured 
value (ppm) 


Judgement 


Consumption of petassium 
permanganate 


Not more than 
10 ppm 


1. 0 


Adaptation 


Evaporation 
residue 


water 


Not more than 
30 ppm 


0. 0 


Adaptation 


4 % acetic 
acid 


Not more than 
30 ppm 


0. 0 


Adaptation 


20 % ethyl 
alcohol 


Not more than 
30 ppm 


0. 0 


Adaptation 
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1. A resin composition comprising 40 to 75 parts by weight 
of a polyolefin (A), 25 to 60 parts by weight of a tackifier (B) 
and 0 to 20 parts by weight of a compatibilizing agent (C), the 
total of (A), (B) and (C) being 100 parts by weight. . 

2 . jTYesTTT c^mpo^iH^orP^omprising 40 to 75 parts by weight 
of a polyolefin (A), 25 to 60 parts by weight of a tackifier (B) 
and 0 to 20 parts by weight of a compatibilizing agent (C), and 20 
to 300 parts by weight of an inorganic filler (D) to the total 
amount of 100 parts by weight of (A), (B) and (C). 

3. A resin composition of claim 1 or 2, wherein the 
polyolefin (A) comprises at least one of amorphous polypropylene 
resins . 

4. A resin composition of claim 1 or 2, wherein the 
polyolefin (A) comprises a polypropylene homopolymer or a copolymer 
of propylene with at least one selected from the group consisting of 
ethylene and alphaolef ins . 

5. A resin composition of claim 1 or 2, wherein the 
tackifier (B) is at least one selected from the group consisting of 
rosin, modified rosins, ester compounds thereof, alkylphenol resins, 
alkylphenol-modified xylene resins rosin-modified xylene resins, 
terpene phenol resins, terpene resins, aromatic-modified terpene 
resins, olefin resins, styrene resins, petroleum resins, 
hydrogenated petroleum resins and coumarone-indene resins. 



6. A resin composition of claim 1 or 2, wherein the 
tackifier (B) is at least one selected from the group consisting of 
hydrogenated alicyclic petroleum resins, hydrogenated terpene resins 
and hydrogenated rosin esters. 

7. A resin composition of claim 1 or 2, wherein the 
compatibilizing- agent (C) is oxidized polyolefins and/or acid- 
modified polyolefins. 

8. A resin composition of claim 2, wherein the inorganic 
filler (D) has an average particles size of not larger than 5tt m . 

9. A resin composition of claim 2, wherein the inorganic 
filler (D) is one selected from the group consisting of calcium 
carbonate, kaolin and clay, having an average particle size of not 
larger than 5 p. nu 

10. A resin composition of claim 2, wherein the inorganic 
filler is blended so that a density of the resin composition is not 
less than 1.0 g/cm 3 . 

11. A resin composition of any one of claims 1 to 10, which 
is colored with approximately the same color as a paper substrate. 

12. A water-resistant and moisture-proof paper forming a 
water-resistant and moisture-proof layer of the resin composition 
defined in any one of claims 1 to 11 on either one side of a paper 
substrate . 

13. A water-resistant and moisture-proof paper for foods, 
forming a water-resistant and moisture-proof layer of the resin 
composition defined in claim 6 on either one side of a paper 
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RESIN COMPOSITION FOR WATER-RESISTANT AND MOISTURE-PROOF PAPER , 
WATER-RESISTANT AND MOISTURE-PROOF PAPER AND METHOD FOR PRODUCING 
THE SAME 



Technical Field 

The present invention relates to a resin composition for a 
water-resistant and moisture-proof paper (hereinafter referred to as 
u resin composition"), a water-resistant and moisture-proof paper 
made using the foregoing composition, and to a method for producing 
the foregoing paper. 



Background Art 

Generally, as water-resistant and moisture-proof paper, paper 
coated with a polyolefin type resin such as polyethylene, 
polypropylene or the like is well known and widely used. This 
water-resistant and moisture-proof paper extrusion-laminated with 
such a polyolefin type resin not only has excellent water-resistance, 
moisture-proof ness and processability , but also is economical and 
remarkably excellent as water-resistant and moisture-proof paper. 
For this reason, this paper is in wide use as a wrapping paper for 
paper products requiring moisture-proof ness , packages for plastic 
pellets, salt and the like. Moreover, in this industry, there is. 
also moisture-proof paper called clad paper or poly-sandwiched type, 
in which two sheets of paper are bonded with the polyolefin resin 
sandwiched therebetween. Further, the polyolefin resin is 



1 



excellent in water-resistance and heat-sealability and is thus 
easily processable, it is widely used as paper cups for drinks and 
cow's milk packages, too. 

On the other hand, from a view point of recycling property, 
that is, wastepaper regenerability , the mechanical strength of the 
laminated film' of the moisture-proof layer of the water-resistant 
and moisture-proof paper coated with a polyolefin is too high and 
therefore, a pulper to be employed in a process of regenerating 
paper and carrying out pulping cannot finely disperse the polyolefin 

N 

fl type resin layer parted from the fibrous part of the paper and 

3 

y, leaves the resin layer as blocks and films, and they are stuck to a 

id 

hj drying roll of a paper making machine or adheres to the surface of 

q 

1^ regenerated paper or causes bleeding and surface roughness to thus 

q make recycling of wastepaper impossible. Accordingly, in this 

industry such paper coated with a polyolefin resin is positioned as 
J;j taboo products of non-recyclable materials, together with photos, 

W laminate labels or the like. In addition, in recycling milk 

packages, every endeavor is made to beforehand remove a polyethylene 

film coated. 

Further, in light of moisture-proof paper possible to be 
recycled being demanded, moisture-proof paper coated with an 
emulsion containing a synthetic rubber latex or an acrylic emulsion 
and a wax emulsion has recently been proposed. Although this 
moisture-proof paper is certainly excellent in moisture-proof ness 
and also in recycling property as wastepaper, since the coating 
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liquid is an aqueous emulsion, large scale drying facilities are 
required to form the coating layer, which leads to increase both in 
equipment cost and in energy cost and the productivity is inferior 
as compared with the case of laminating with a polyolefin type 
resin. In addition, with proceeding of the drying and the coating 
film of a moisture-proof layer, the moisture-proof paper is . 
sometimes curled and the wax in the coating layer sometimes bleeds, 
and slippage sometimes occurs between moisture-proof papers. 
Moreover, in the case where the obtained moisture-proof paper is 
rolled like a coil, since the face of the moisture-proof layer is 
brought into contact with the opposed face in which no moisture- 
proof layer is formed, the wax components contained in the moisture- 
proof layer are transferred to the opposed face, which results in 
problems that slippage is considerably easily caused. Moreover, it 
is pointed out that the wax layer is formed on the surface of the 
moisture-proof layer so that printing with an aqueous ink is 
impossible and an emulsion adhesive for packaging paper can not be 
used. Further, in recycling of wastepaper, a water-soluble 
ingredients forming the emulsion dissolve into a waste liquid for 
manufacturing paper and thus the treatment of the waste liquid 
becomes difficult. 

Moisture-proof paper is also proposed which blends a large 
amount of a flat-shaped inorganic filler into the aforementioned 
latex or emulsion to make use of moisture-proof ness of the 
inorganic filler. By blending the flat-shaped inorganic filler, 



most of drawbacks caused by the wax are solved, but a fresh problem 
is brought about by the inorganic filler blended in a large amount 
is pointed out. That is, those are fatal drawbacks as a wrapping 
paper that the moisture-proof ness at a folded part of the moisture- 
proof paper is liable to lower and that the surface of paper 
products wrapped tends to be damaged by the inorganic filler. In 
addition, the difficulty in waste water treatment is not solved. 

Moreover, in the case of the moisture-proof paper using a 
latex or emulsion type moisture-proof liquid, there are many 
problems when it is used for foods in direct contact with the 
moisture-proof layer. That is, since an emulsifier, a film-forming 
agent or the like contained in the latex or emulsion remains in the 
moisture-proof layer, there is a fear of transferring them to the 
foods. In addition, there is a problem with respect to water 
resistance caused by the influence of those residual impurities. 

The purpose of the present invention is to solve the 
conventional drawbacks as mentioned above and to provide a resin 
composition for obtaining a water-resistant and moisture-proof 
paper which can be disaggregated and a water-resistant and moisture 
proof paper using the composition. 

In light of the numerous problems included in a polyolefin- 
laminated moisture-proof paper which is widely used but cannot be 
disaggregated, the present inventors have made an extensive series 
of studies on a resin composition which can be disaggregated and 
have found out that by blending a large amount of a tackifier with 



a 
m 



polyolefin resin, it is possible to obtain a water-resistant and 
moisture-proof paper which can be disaggregated by a pulper or the 
like, while making use of the excellent moisture-proof ness of the 
polyolefin resin. 

The resin composition in a first aspect of the present 
invention does not require a large amount of a wax or an inorganic 
filler as an indispensable component so that it is free from 
slippage and a decrease in heat resistance caused by the wax. 
Moreover, it does not require an inorganic filler of a specific 



T"! shape, either, and thus it has numerous advantages that it is free 

N from a decrease in moisture permeability at the folded portion and a 

W damage of the surface of paper products wrapped, or the like. 



Further, since the resin composition does not contain water- 
soluble harmful substances such as an emulsifier and a film-forming 
agent, there is little substance dissolving into water for making 
paper when pulped for the regeneration of wastepaper, which does 
not increase a load to the treatment of waste water. 

The resin composition in a second aspect of the present 
invention not only solves the problem of high expense of the 
foregoing resin composition as compared with the conventional 
polyethylene-laminated moisture-proof paper by blending an inorganic 
filler, but also solves the drawbacks associated with the 
conventional moisture-proof paper making use of the moisture- 
proofness of an inorganic filler, i.e., fatal problems as a wrapping 
paper such as a decrease in moisture-proof ness at the folded part 
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and damage of the surface of paper products wrapped. 



Disclosure of the Invention 

The present invention provides, in a first aspect, a resin 
composition for water-resistant and moisture-proof paper comprising 
40 to 75 parts' by weight of a polyolefin (A), 25 to 60 parts by 
weight of a tackifier (B) and 0 to 20 parts by weight of a 
compatibilizing agent (C), the total of (A), (B) and (C) being 100 
parts by weight. 

The present invention provides, in a second aspect, a resin 
composition for water-resistant and moisture-proof paper comprising 
40 to 75 parts by weight of a polyolefin (A), 25 to 60 parts by 
weight of a tackifier (B) and 0 to 20 parts by weight of a 
compatibilizing agent (C), and 20 to 300 parts by weight of an 
inorganic filler (D) to the total amount of 100 parts by weight of 
(A), (B) and (C). 

The present invention provides, in a third aspect, a water- 
resistant and moisture-proof paper, wherein a water-resistant and 
moisture-proof layer of the resin composition of the present 
invention is formed on either one side of a paper substrate. 

The present invention provides, in a fourth aspect, a water- 
resistant and moisture-proof paper, wherein a coat layer of a 
(meth)acrylic resin is formed on the water-resistant and moisture- 
proof layer of the resin composition of the present invention. 

The present invention provides, in a fifth aspect, a water- 
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resistant and moisture-proof paper, wherein the resin composition of 
the present invention is inserted between paper substrates of not 
Less than two sheets. 

The present invention provides, in a sixth aspect, a method 
for producing water-resistant and moisture-proof paper, comprising 
the step of forming a water-resistant and moisture-proof layer by 
applying the resin composition of the present invention to at least 
one side of a paper substrate. 

The present invention provides, in a seventh aspect, a method 
for producing water-resistant and moisture-proof paper, comprising 
the steps of: 

forming a moisture-proof layer by applying the resin 
composition of the present invention to at least one side of a paper 
substrate, and 

forming a coat layer of a (meth)acrylic resin on the surface 
of the water-resistant and moisture-proof layer. 

The present invention provides, in a eighth aspect, a method 
for producing moisture-proof paper, comprising the step of: 

forming a water-resistant and moisture-proof layer by 
applying the resin composition of the present invention between 
paper substrates of not less than two sheets. 



Best Mode for Carrying out the Invention 

The resin composition in a first aspect of the present 
invention encompasses a resin composition for water-resistant 



moisture-proof paper comprising AO to 75 parts by weight of a 
polyolefin (A), 25 to 60 parts by weight of a tackifier (B) and 0 to 
20 parts by weight of a compatibilizing agent (C), the total of (A), 
(B) and (C) being 100 parts by weight. Hereinafter, the resin 
composition in a first aspect will be explained. 

The polyolefins used in the present invention are generally 
classified into (1) to (3) as follows: 

(1) First, amorphous polypropylene (APP) collected as 
byproducts after the polymerization of propylene, non-crystalline 
olefinic polymers (amorphous polyalphaolef ins : APAO) such as 
propylene homopolymers and copolymers of propylene and ethylene, 
butene-1 or the like. The molecular weight of these polymers is 
preferably not less than approximately 100. If it is less than 100. 
the strength of the moisture-proof layer tends to be insufficient. 
More preferably, propylene homopolymers having a weight average 
molecular weight of not less than 10000 and copolymers of propylene 
and at least one selected from alphaolefins such as ethylene and 
butene-1 are used. 

(2) Second, polypropylene resins widely used as 
polypropylene molding materials are exemplified. As the crystalline 
resins, a homopolymer type such as propylene homopolymers, a random 
copolymer type such as copolymers with ethylene, etc., and a block 
copolymer type such as block copolymers. In addition, a polymer 
alloy type with the other kinds polymers is also commercially 
available as polypropylene resins. Those are all used in the 



present invention. It is preferred to use those having an MFR (JIS 
K7210, 230°C ) of 1 g/lOmin or more, which are in use for extrusion, 
Lamination, injection molding and non-woven cloth. It is also 
preferred to use crystalline polypropylene resins of a low 
molecular weight for the adjustment of viscosity or the like. 

Moreover, it is also preferred to use non-crystal line . to low 
crystalline polypropylene copolymers containing 50 mol % or more of 
propylene, which are used as modifying resins of polyolefins. The 
copolymer resins of propylene and alphaolefins are well known and 
those having an MFR (ASTM D1238, L90 °C ) of 1 g/10 min or more are 
suitably used. In some cases, those are blended and supplied as 
polypropylene block copolymers. 

(3) Third, polyethylene resins are exemplified. Generally, 
those are classified into low density polyethylene (linear low 
density polyethylens are also included), middle density 
polyethylenes and high density polyethy lenes . Those are all used 
in the present invention. As part of the polypropylene resins, 
polyethylene resins are sometimes blended. In order to avoid a 
decrease in heat resistance, the polyethylene resin is preferably 
not more than 50 % by weight of the polyolefin. 

The polyolefin is used singly or in combination of two or 
more. It s preferred to use a propylene homopolymer or an 
amorphous polyalphaolef in comprising a copolymer of propylene and 
ethylene or butene-1 since it is excellent in flexibility of the 
water-resistant and moisture-proof layer and in water-resistance 



and moisture-proof ness . It is also preferred to use a crystalline 
polypropylene resin alone to enhance heat resistance of the water- 
resistant and moisture-proof layer. It is more preferable to use 
two or more of the polyolefins not only to improve disaggregation 
and moisture permeability while preventing cracks of the water- 
resistant and moisture-proof layer, but to make compatible heat 
resistance and antiblocking property. The polyolefin does not have 
water absorption and its film is excellent in water-resistance. 

The amount of the polyolefin is 40 to 75 parts by weight, 
preferably 45 to 70 parts by weight. In the case of less than 40 
parts by weight, the strength of the water-resistant and moisture- 
proof layer is insufficient and thus the water-resistant and 
moisture-proof layer is destroyed to result in a decrease in water- 
resistance and moisture-proof ness . In the case of more than 75 
parts by weight, the disaggregation lowers to result in a drawback 
in recycling as wastepaper. 

As the tackifier (B) used in the present invention, there are 
included rosin, modified rosins, their ester compounds, alkylphenol 
resins, alkylphenol-modif ied xylene resins, rosin-modified xylene 
resins, terpene phenol resins and the like as ones having a 
functional group, and terpene type resins such as terpene resin and 
aromatic modified terpene resins, olefin type resins, styrene type 
resins, petroleum resins, hydrogenated petroleum resins, coumarone- 
indene resins or the like as ones having no functional group. Any 
of those can be selected and those compounds may be used singly or 



as a mixture of two or more. Among them, especially preferable are 
aromatic and alicyclic petroleum resins, terpene phenol resins, 
aromatic modified terpene resins, rosin esters or the like since 
those have compatibility with a polyolefin and become an almost 
transparent solution when dissolved at high temperature. Moreover, 
for the application of food, hydrogenated alicyclic petroleum resins, 
hydrogenated terpene resins and hydrated rosin esters are preferably 
used, in particular. 

The amount of the tackifier to be used is 25 to 60 parts by 
weight, preferably 30 to 55 parts by weight. In the case of less 
than 25 parts by weight, the disaggregation is insufficient and in 
the case of more than 60 parts by weight, the moisture-proof ness is 
deteriorated . 

As the compatibilizing agent (C) used in the present 
invention, first, there are exemplified oxidized polyolefins, acid- 
modified polyolefins or the like, which are obtained by partially 
oxidizing polyethylene, polypropylene and these copolymerized 
olefin resins, or by reacting a calboxylic acid group such as 
maleic anhydride and itaconic anhydride with these polyolefins, and 
among those, polypropylene grafted with maleic anhydride which is 
mass-produced is preferred to use. • 

As a second compatibilizing agent between two or more 
polyolefins, hydrogenated styrene-butadiene resins, styrene 
(olef in)-ethylene butylene-olef in block copolymer resins or the 



like are exemplified. These are suitably used, too. The 
compatibilizing agent may be used singly or in combination of two 
or more. 

The amount of the compatibilizing agent is 0 to 20 parts by 
weight. Even in the case of zero part by weight, the resin 
composition may be used practically, but since an adhesion- 
improving effect to a penetration-proof agent or the like is 
insufficient, the amount in a range of 1 to 7 parts by weight is 
preferred. In the case of more than 20 parts by weight, heat 
stability worsens. 

In the present invention, the sum of the amounts of the 
respective components (A) to (C) is 100 parts by weight. 

It is preferred to blend an inorganic filler with the resin 
composition of the present invention to thus adjust the density of 
the resin composition to 1.0 g/cm 3 or more, since the resin 
composition floating up in pulp liquid when the water-resistant and 
moisture-proof paper is disaggregated as wastepaper can be reduced, 
and the surface of the recycled paper becomes uniform. 

The inorganic filler is not specifically limited, and, for 
example, calcium carbonate, mica, talc, silica, barium sulfate, 
wollastonite, kaolin, clay or the like are exemplified, and these 
may be used singly or in combination of two or more. In general, 
most of inorganic fillers have a density of 2.4 g/cm 3 or more, and 
thus it is preferred to add not less than 5 parts by weight to the 
resin composition. 



The resin composition of the present invention may further 
contain a wax with a view to controlling the melting viscosity and 
improving the antiblocking property of the resin composition. If 
the amount of the wax is too plenty, the slippage caused by 
transferring of the wax to the rear side of the water-resistant and 
moisture-proof paper becomes large, and the heat resistance lowers, 
though the moisture-proof ness is enhanced, and therefore, that is 
not desired. 

As the wax used in the present invention, there are included 

lm 

C| natural waxes such as paraffin wax, microcrystal lin wax, montan wax, 

i.-J 

i=A carnauba wax, candelilla wax and Fischer-Tropsch wax. These may be 

y.| used singly or in combination of two or more. 

a 

N* The amount of the wax is not more than 10 parts by weight, 

£1 though varying with the blending ratio of the resin composition. 
q When the water-resistant and moisture-proof paper is 

Q 

p4 disaggregated by a pulper in a paper producing company and 

regenerated as wastepaper, it is preferred to color the resin 
composition to almost the same color as the paper substrate used, 
since the resin composition remained on the recycled paper is 
difficult to be seen to thus suppress a decrease in quality of the 
recycled paper. The level of coloring may not be so strict and it 
is preferred that the color of the -resin composition is almost 
identical to or a little lighter than that of the paper substrate 
used. If it is deeper, the presence of the resin composition on the 
recycled paper becomes noticeable. 
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The resin composition of the present invention may further b 
added with stabilizers such as an antioxidant, viscosity-adjusting 
agents, lubricants, antiblocking agents, antistatic agents and othe 
additives for the purpose of improving processability or the like. 

After the water-resistant and moisture-proof layer of the 
resin composition of the present invention was formed on a paper 
substrate, a coat layer of a (meth)acrylic resin can be formed 
further on the water-resistant and moisture-proof layer. The coat 
layer is effective for an improvement in antiblocking of the water- 
resistant and moisture-proof layer, prevention of transference of 
minor substances to paper products wrapped, impartation of 
antislipping property and increase in adhesion of a wrapping glue. 
As the (meth)acrylic resin, copolymer resins comprising methyl 
methacrylate and (meth)acry 1 ic acid, acrylic acid ester, styrene or 
the like are suitably used. Both a solution type dissolved in a 
solvent and an emulsion type dispersed in water may be used. When 
the main component is of a (meth)acry lie resin, a poly (styrene- 
butadiene) latex may be conjointly used. 

The coat layer is formed by being coated on the water- 
resistant and moisture-proof layer by various coaters followed by 
drying a solvent. The thickness of the coat layer is preferably 
0.1 to 3.0 g/m 2 . 

As additives to the (meth)acrylic resins of the coat layer, 
there are exemplified inorganic fillers for the prevention of 
slippage, a small amount of waxes for the improvement of 



antiblocking, antistatic agents for the removal of static 
electricity, delustrants for the improvement of surface appearance, 
colorants for making imperceptible the resin composition and/or the 
coat agent left on the recycled wastepaper, on the like. These may 
be used, if necessary, singly or in combination of two or more. 

In the present invention, the abovementioned resin 
composition is inserted like a sandwich between paper substrates to 
provide a clad paper type (polysandwiched type) water-resistant and 
moisture-proof paper. The polysandwiched type water-resistant and 
moisture-proof paper is produced with ease by applying a molten 
resin composition of the present invention to one paper substrate, 
and providing the other paper substrate to be in contact of the 
molten resin before it is cooled, then those are pressurized for 
bonding. Moreover, it is also possible to produce the 
polysandwiched type water-resistant and moisture-proof paper by 
bonding a paper substrate or a water-resistant and moisture-proof 
paper to another water-resistant and moisture-proof paper, at one 
side of which a water-resistant and moisture-proof layer is formed 
with heat or an adhesive. It is further possible to provide the 
polysandwiched type water-resistant and moisture-proof paper by 
paying out two sheets of water-resistant and moisture-proof paper 
simultaneously, extruding a molten ^resin composition of the present 
invention between the two sheets of paper from a dice of an 
extrusion laminating machine to thus conduct polysandwich processing 

In the present invention, it is preferred to form a 



penetration-proof layer by applying a penetration-proof agent to 
one or both faces of a paper substrate to be in contact with a resin 
composition of the present invention, that is, the face of the 
paper substrate on which the resin composition is formed or both 
this face and the face of another counterpart paper substrate in 
contact with the resin composition in order to prevent deterioration 
of water-resistance, moisture-permeability and disaggregation 
caused by excess soaking of the resin composition. The same 
applies to the case where two sheets of paper substrates are bonded 
in sandwich-shape. 

As the penetration-proof agent, there are included a solvent 
solution of (meth)acrylic polymers, styrene-butadiene polymers, 
vinyl acetate polymers, chlorinated polyolefins or the like, an 
emulsion of (meth)acry 1 ic polymers, vinyl acetate polymers, 
vinylidene chloride polymers or the like, and a latex of SBR, NBR, 
or the like. 

To select the penetration-proof agent, it is important for it 
to have an excellent adhesive property to the resin composition of 
the present invention. Since the adhesive property is improved by 
using the resin composition containing a compatibilizing agent (C), 
the penetration-proof agent can be selected from a wide range of 
options . 

The amount of the penetration proof agent is generally 0.1 to 
20 g/m 2 and preferably 0.5 to 5 g/m 2 in terms of adhesive strength 
and the disaggregation. 



Further, by mixing an inorganic filler to the penetration-proof 
agent, the penetration-proof agent resin component can be lessened 
and the filler is suppressed from penetrating into a paper substrate 
to heighten the effect of preventing penetration. As the inorganic 
filler, such inorganic fillers as aforesaid are usable and the 
average particle diameter of the inorganic filler is preferably 2ji 
m or smaller for the coated thickness to be smaller. The addition 
amount of the inorganic filler is preferably 20 to 200 parts by 
weight to 100 parts by weight of the penetration proof-agent resin 
components. The penetration-proof agent may further be added with 
antioxidants, viscosity-adjusting agents, colorants or the like. 

The water-resistant and moisture-proof paper of the present 
invention is obtained by applying the resin composition to at least 
one side of a paper substrate. The amount of the resin composition 
to be applied may be suitably determined according to the desired 
water-resistance and moisture-proof ness , but is, in general, 
preferably 10 to 50 g/m 2 . The moisture permeability of the 
moisture-proof paper is said to be 50 g/m 2 . 24 hr or below, 
preferably 40 g/m 2 . 24 hr or below (Measurement method: JIS Z 0208) 
and thus it is especially 16 to 25 g/m 2 in order to provide a cheap 
water-resistant and moisture-proof paper. 

As the method for applying the resin composition of the 
present invention to a paper substrate, a coating system using 
coaters such as a roll coater, a slot orifice coater and an 
extrusion coater, and an extrusion laminating system using a T-die 



are used, and any applying method may be employed. 

When the penetration-proof layer is formed, the penetration- 
proof agent is applied, prior to applying the resin composition of 
the present invention, to the face to which the resin composition is 
to be applied or the face of another counterpart paper substrate in 
contact with the resin composition or the both faces. 

The resin composition in a second aspect of the present 
invention encompasses a resin composition for water-resistant and 
moisture-proof paper comprising 40 to 75 parts by weight of a 
polyolefin (A), 25 to 60 parts by weight of a tackifier (B) and 0 
to 20 parts by weight of a compatibil izing agent (C), and 20 to 300 
parts by weight of an inorganic filler (D) to the total amount of 
100 parts by weight of (A), (B) and (C) . 

To the polyolefin (A), the tackifier (B) and the 
compatibilizing agent (C), the same applies as described in the 
resin composition in a first aspect of the present invention. 

As the inorganic filler (D) used in the present invention is 
not specifically limited, and, for example, the inorganic filler 
used for adjusting the density of 1.0 g/cm 3 or more in the resin 
composition in a first aspect of the present invention can be used. 

That is, calcium carbonate, mica, talc, silica, barium sulfate, 
wol lastonite , kaolin, clay or the like are exemplified. These may 
be used singly or in combination of two or more. 

Though a cheap water-resistant and moisture-proof paper can 
be obtained by using the inorganic filler, when it is used in a 



large amount, it is necessary to consider the dispersibility with a 
polyolefin used. In the case of poor dispersibility, the strength 
of the water-resistant and moisture-proof layer remarkably lowers, 
and the water-resistance and moisture-proof ness lower, too. From 
this viewpoint, it is preferred to use a surface-modified inorganic 
filler and an inorganic filler with an average particle size. of 5 
p. m or below. As the surface-modified inorganic filler, inorganic 
fillers treated with silane coupling agents such as viny ltriethoxy 
silane, N-/3 -(aminoethy 1 )- 7 -aminopropyl triethoxysilane , titanare 
and aluminate coupling agents or the like are exemplified. 

Moreover, if the recycling of the water-resistant and 
moisture-proof paper of the present invention as wastepaper is 
taken into consideration, it is preferred to use calcium carbonate, 
kaolin and clay since those are used in a large amount as materials 
for art paper and coat paper in a paper producing company and thus 
are not impurities. 

When the inorganic filler is used in a large amount, the 
specific gravity of the resin composition greatly exceeds 1.0. 
Accordingly, it is feared that when the water-resistant and 
moisture-proof paper is disaggregated into a pulp liquid, the 
inorganic filler tends to precipitate at a lower layer of the pulp 
liquid to bring about a problem upon producing a recycled paper. 
However, in the case of art paper being a printing paper, about 40 
g/m 2 of a coat layer comprising kaolin as the main component is 
provided on the both sides of a paper substrate of about 40 g/m 2 and 
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a broke is recycled. From this fact, it is understood that the 
specific gravity of the resin composition is not so important 
quality problem if only the disaggregation is good. 

The amount of the inorganic filler is 20 to 300 parts by 
weight, preferably 20 to 200 parts by weight to 100 parts by weight 
of the sum of the components (A) to (C). In the case of less than 
20 parts by weight, a cost-reducing effect is insufficient and in 
the case of more than 300 parts by weight, a film-forming property 
of the water-resistant and moisture-proof layer deteriorates. 

The water-resistant and moisture-proof paper of the present 
invention using the resin composition in a second aspect of the 
present invention and the production method thereof are the same as 
in the resin composition in a first aspect of the present invention. 

The water-resistant and moisture-proof paper is useful for a 
recyclable wrapping moisture-proof paper of paper products and a 
package of plastic pellets, when it is applied to one side of a 
kraft paper as a paper substrate. The water-resistant and 
moisture-proof paper with the resin composition applied to one side 
of a bleached kraft paper and with the pattern printed on the 
opponent side thereof is useful for a recyclable wrapping paper of 
PPC (plain paper copier) paper. 

Further, it is possible to provide a cheap and useful water- 
resistant and moisture-proof paper, e.g., polysandwiched type 
moisture-proof paper by extruding the resin composition from a T- 
die between two sheets of paper substrates paid out simultaneously 



from a laminating machine. 

Furthermore, if a cup paper is coated with the resin 
composition and punched by the use of a cup-making machine, a paper 
cup which is recyclable and excellent in water-resistance can be 
obtained. An example of the production method is as follows: 

(1) A water-resistant layer is formed on at least one side 
of a paper substrate by coating with the resin composition. The 
amount of the resin composition is determined depending upon the 
desired properties, but usually 10 to 50 g/m 2 . The coating is made 

f=j by a coating system using coaters such as a roll coater, a slot 

ti 

t A orifice coater and an extrusion coater, and a laminating system 

J* 

r\ using a T-die or the like, but any coating system may be employed. 

Q 

(2) The obtained cup paper, on at least one side of which is 
^ coated with the resin composition is supplied to a cup-making 

machine so that the water-resistant layer becomes a liquid- 
contacting surface, sterilized and cup-produced to thus provide a 
si! paper cup. It is also possible to print the outer surface 

beforehand and it is also possible to produce by using a production 
equipment enabling cup-making and filling simultaneously. The 
bonding upon the cup-making is conducted by hot plate heating, high- 
frequency heating, flame heating or the like, but fundamentally, 
heat sealing is employed. In molding a paper cup, with the water- 
resistant layer is an inside surface, a fan-shaped trunk (side 
wall) and a circular bottom are punched and heat sealed by a molding 
machine. Thereafter, it is subjected to a top curling to thus give 
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a paper cup. It is also possible to print the outer surface 
beforehand . 

Paper containers with an aluminium foil, a barrier resin 
layer or the like for the purpose of preventing the oxidation of a 
content, shading or the like are also known, but those are not 
applicable to the present invention, since the aluminium foil and 
the barrier resin layer disturb the recycling as wastepaper. 
However, if a barrier resin is water-soluble or capable of 
disaggregation in water, such combination technique may be 
applicable to the present invention. 

Further, it is also possible to produce a paper container by 
using a water-resistant and moisture-proof paper on both surfaces of 
which the water-resistant and moisture-proof layers are formed. In 
this case, the permeation speed of water into the water-resistant 
and moisture-proof paper becomes slower when it is thrown into a 
pulper as wastepaper to thus result in slower disaggregation as 
compared with the case where the water-resistant and moisture-proof 
layer is formed only on one side, but it is possible to be recycled 
as a paper material without any practical problems. 

Furthermore, it is also possible to produce a water-resistant 
and moisture-proof corrugated board container by applying a 
penetration-proof agent to a liner paper and coating it with the 
resin composition, processing and assembling by a corrugating 
machine. An example of the production method is as follows: 

(1) On at least one side of a liner paper and a corrugated 



medium, i.e., on at least one side of a (Kraft) liner paper and a 
corrugated medium, a water-resistant and moisture-proof layer is 
formed. For example, without being limited to the innermost or 
outermost side, at least one side or the both sides of the facing 
inside surfaces of two sheets of the liner papers, a water-resistant 
and moisture-proof layer are formed and the liner papers and . the 
corrugated medium are processed and bonded with a starch glue for a 
corrugated board container by a corrugating machine. Accordingly, 
the water-resistant and moisture-proof layer can be formed on the 
most preferable position according to uses. It is, of course, 
possible to form the water-resistant and moisture-proof layer not 
only to one side, but to both sides. Though it is possible to apply 
to the corrugated medium, usually, this is not adopted usually 
except the specific case, since a flute processing is conducted 
after applying. The amount applied is determined depending upon the 
desired properties, but in general, preferably 10 to 50 g/m 2 . The 
coating is made by a coating system using coaters such as a roll 
coater, a slot orifice coater, an extrusion coater, and a 
laminating system using a T-die but any coating system may be 
employed . 

(2) An upper liner paper (outer surface of a corrugated 
board), a lower liner paper (inner 'Surface of the corrugated board) 
and a corrugated medium forming a flute are positioned in an 
ordinary corrugating machine, and those are subjected to a flute 
processing, bonding with a starch glue and drying in an ordinary 



production method. Printing and a cup making are carried out in an 
ordinary method. 

Hereafter, the present invention will be described in detail 
with reference to examples, however the present invention is not at 
all limited to those examples. 

In the following description, parts means parts by weight 
unless otherwise instructed. 
Example 1 

A resin composition was produced by extruding, kneading and 
pelletizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 40 parts of an amorphous polyalphaolef in 
(polypropylene homopolymer with weight average molecular weight of 
70,000) (Al), 20 parts of a crystalline polypropylene [homopolymer 
MFR (JIS K 7210 at 230 V ) = 38 g/10 min, melting point = 157°C ] 
(A2) as the (A) component, 40 parts of a terpene-phenol copolymer 
resin (ring and ball softening point: 145 °C , acid value: 1 or lower 
and number average molecular weight: 1000) (Bl) as the (B) component 
and 1 part of a hindered phenol type antioxidant (melting point: 110 
to 125°C ) as a stabilizer. The temperature of a dice was set at 
170°C . 

The obtained pellets were applied to one side of a kraft paper 
of 75 g/m 2 thickness using a single screw extruder in 20 g/m 2 
thickness. The temperature of a T-die was set at 200 °C . 

The moisture permeability, disaggregation in water, and the 
antiblocking property of the obtained water-resistant and moisture- 



proof paper were measured by the following methods. As the results 
being shown in Table 1, the moisture permeability was excellent in a 
flat type and a type folded into a cruciform shape. Also, the 
disaggregation in water was excellent and bleeding of the 
manufactured paper by heating was not observed. Moreover, with 
respect to the antiblocking property, blocking was slightly observed. 

The liquid (filtrate after a pulp component was used for 
paper making) was diluted to 0.5 % of a pulp concentration in the 
actual paper making process for the measurement of COD and BOD. The 
COD was 2.5 ppm and the BOD was 2 ppm which were identical to the 
values in the case where only kraft paper was treated in the same 
manner. This indicates that the water-resistant and moisture-proof 
paper using the resin composition of the present invention does not 
allow oxidative substances and organic compounds to dissolve into 
water during the disaggregation. 
(1) Moisture permeability 

The moisture permeability (flat and cruciform folding) was 
measured based on a cup method (JIS Z 0208). The cruciform folding 
is a moisture permeability measurement method for wrapping products 
requiring a very strict moisture-proof ness and it is not described 
in JIS. 

Folding into a cruciform shape means folding the center of a 
paper specimen into a cruciform shape and forming the folding lines 
by reciprocating a roller of 3 Kg one time on the folded lines. The 
moisture permeability was then measured. In general, if the 



moisture permeability is 50 g/m 2 . 24 hr or lower, preferably 40 g/m 2 . 
24 hr or lower, the paper can be used as a moisture-proof paper. 

(2) Disaggregation 

Using a standardized pulp disaggregating apparatus made by 
Kumagai Riki Industrial Co., Ltd., the resin dispersibility of a 
pulp solution and the manufactured water-resistant and moisture- 
proof paper was determined by visual observation according to the 
following standards after specimens were cut into 1 to 1.5 cm 
square size and 40 g of the cut moisture-proof paper specimens (2% 
pulp concentration) was stirred in 2 L of water for 30 minutes. 

O : Existence of resin was scarcely observed in the 
manufactured paper. 

X : Adhesion or existence of resin which was not finely 
dispersed was observed on the manufactured paper. 

(3) Bleeding 

With respect to the evaluation of bleeding, the occurrence of 
bleeding was judged by visual observation according to the 
following standards by heating the manufactured paper at 150°C for 1 
minute in a Geer's oven. The paper observed bleeding in a 
considerable extent can not be regenerated as a recycle paper since 
a problem with respect to heat resistance is raised in the steps of 
manufacturing, drying and secondary processing. 
O: Bleeding was not observed, 
x : Bleeding was considerably observed. 

(4) Antiblocking property 



10 sheets of samples of water-resistant and moisture-proof 
paper cut into a square having an edge of 5 cm were piled up and 
left to stand at 50 °C under the pressure of 0.196 MPa (2 Kg/cm 2 ) 
for 16 hours. After cooled to room temperature, the samples were 
peeled off one by one with hands and the blocking was evaluated by 
the following criteria. 

O : The samples are peeled off one by one without a sound. 

A : The samples are peeled off with a slight sound. 

X : Part of the water-resistant and moisture-proof layer is 
peeled off or peeling off is not made easily. 
Examples 2 to 5 

Water-resistant and moisture-proof papers were produced in 
the same manner as in Example 1 except that resin compositions 
changing components as shown in Table 1 were used and properties 
were evaluated. As shown in Table 1, the water-resistant and 
moisture-proof papers were excellent in moisture permeability, 
disaggregation and antiblocking property. 

The materials which were not used in Example 1 are as 
f ol lows : 

(A3) Propylene-butylene copolymer resin: Vicat softening point 
(ASTM D 1525): 114°C , MFR (ASTM D 1238, 190 V ) : 4 g/10 min. 
(A4) Low molecular weight polypropylene: Solution viscosity 
molecular weight: 21000, melting point: 143°C , density: 0.91 g/cm 3 . 
(B2) Hydrogenated alicyclic petroleum resin: Ring and ball 
softening point: 135°C , molecular weight: 860, acid value: 0.0. 



(C) Compatibilizing agent: Maleic anhydride-modified polypropylene, 
softening point: 154 °C , acid value: 26, number average molecular 
weight: 40000. 

Calcium carbonate: Reagent first grade (heavy calcium carbonate, 
average particle size: 1 fl m or below). 
Examp 1 e 6 

A coat layer was formed on the water-resistant and moisture- 
proof layer of the water-resistant and moisture-proof paper 
produced in Example 1 by applying an aqueous isopropyl alcohol 
solution of a methyl methacry late-ethyl acrylate-acrylic acid 
copolymer (AROLON manufactured by Nippon Shokubai Co., Ltd.) in 
terms of a solid content of 1.0 g/m 2 , and drying at 80°C for one 
minute. The antiblocking property was good and samples were peeled 
off one by one. 
Example 7 

The resin composition was prepared by heating the resin 
composition shown in Table 1 at 200 to 210 °C and stirring the 
melted resin composition enough for respective components to 
disperse uniformly. 

The obtained molten resin composition was applied to a kraft 
paper of 75 g/m 2 using a previously heated Meyer bar in 20 g/m 2 
thickness, another kraft paper was immediately piled up on the resin 
composition, then subjected to the pressurization by a calender 
roll so that a clad paper sample in which the water-resistant and 
moisture-proof layer was sandwiched by kraft paper substrates was 



obtained. The adhesive property was so good that if the paper was 
intended to peel off, the paper substrates were destroyed. As shown 
in Table 1, both the moisture permeability and the disaggregation 
were excellent. Meanwhile, front and rear sides of the obtained 
water-resistant and moisture-proof paper were made of kraft paper, 
there was no problem with respect to the antiblocking property. 
Example 8 

The water-resistant and moisture-proof paper was prepared in 
the same manner as in Example 1 except that a penetration-proof 
f*| agent of a methacrylic acid ester (manufactured by Asahi Chemical 

p! Industry Co., Ltd.) was applied in 2 g/m 2 thickness to a surface of 

rj a kraft paper of 75 g/m 2 to be coated with the resin composition of 

r?" Example 1. The water-resistant and moisture-proof layer of the 

!^ obtained water-resistant and moisture-proof paper was heated at 200 

to 210 °C and another kraft paper (the same as abovementioned but 

Q 

N the penetration-proof agent is not applied) was piled up on the 

CI 

PLI heated water-resistant and moisture-proof layer, then pressurized 

by a calender roll to thus produce a clad paper sample, in which 
the water-resistant and moisture-proof layer was sandwiched by two 
sheet of the kraft paper substrates. As shown in Table 1, both the 
moisture permeability and the disaggregation were excellent. 
Meanwhile, front and rear sides of -the obtained water-resistant and 
moisture-proof paper were made of kraft paper, there was no problem 
with respect to the antiblocking property. 
Comparative Examples 1 to 3 
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The water-resistant and moisture-proof papers were prepared 
in the same manner as in Example 1 except that resin compositions 
changing components as shown in Table 1 were used. As shown in 
Table 1, the water-resistant and moisture-proof papers had a fatal 
drawback at least either in the moisture permeability or in the 
disaggregation . 
Comparative Example 4 

The water-resistant and moisture-proof paper was prepared by- 
laminating a low density polyethylene in 20 fl m thickness on a kraft 
paper of 75 g/m 2 , and the properties were evaluated. As shown in 
Table 1, the moisture permeability was so good as 35 g/m 2 .24 hr and 
the antiblocking property was also good. But, in the 
disaggregation test, water-resistant and moisture-proof layer was 
not disaggregated at all and the polyethylene film remained 
unpeeled . 
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(A2) Crystalline polypropylene resin(MFR=38) 


(A3) Propylene butylene copolymer resin 
(MFR=4) 


(A4) Low molecular weight polypropylene 
(Mv-21000) 
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Example 9 

A resin composition was produced by extruding, kneading and 
pelletizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 22 parts of an amorphous polypropylene 
(homopolymer with weight average molecular weight of 70,000) (Al), 
30 parts of a crystalline polypropylene [block type, MFR (JIS K 
7210 at 230°C ) = 55 g/10 min, melting point = 143°C ] (A5) as the 
(A) component, 45 parts of a hydrogenated terpene resin (ring and 
ball softening point: 135 *C , acid value: 1 or lower, and number 
average molecular weight: 1000) (B3) as the (B) component, and 3 
parts of a maleic anhydride-modified polypropylene as the (C) 
component. The temperature of a dice was set at 170°C . 

The obtained pellets were applied to one side of a cup paper 
220 g/m 2 thickness using a laminating machine single screw extrude 
in 30 g/m 2 thickness to thus obtain the water-resistant and 
moisture-proof paper. The temperature of a T-die was set at 210 °( 

As the evaluation results being shown in Table 2, the 
disaggregation in water was excellent and the bleeding caused by 
heating the manufactured paper was not observed. The obtained 
water-resistant and moisture-proof paper was cut into the desired 
fan shape (trunk), circular shape (bottom), and the paper cup was 
prepared with the water-resistant and moisture-proof layer inside. 

Heat sealing was made by a hot plate heating method and the heat 
sealing strength identical to a polyethylene-laminated water- 
resistant and moisture-proof paper was obtained. Into this paper 
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cup, an aqueous solution colored with Methylene Blue was poured and 
left to stand at 40°C for one week, but the permeation of the 
Methylene Blue into the paper substrate was not observed, from 
which it was understood that there was no problem with respect to 
the water-resistance. 

In addition, a plate was molded from the pellets of this 
resin composition using a hot press for the sanitation test 
according to a bulletin No. 20 of Ministry of Health and Welfare 
based on the Food Sanitation Law. The amounts of lead and cadmium 
were below the inspectable limitation. The dissolved amounts of 
heavy metals were below the standards. 

The, consumption of potassium permanganate, and evaporation 
residues extracted in water, 4 % acetic acid and 20 % alcohol in an 
elution test with a pseudo-solvent were all below the standards. 
Accordingly, the water-resistant and moisture-proof paper of the 
present invention is usable as cups for meeting these standards. 



Table 2 









Composition 
(Parts) 


(Al) Amorphous polypropylene (Mw=70000) 


2 2 


(A5) Crystalline polypropylene resin 
(Block) (MFR=55) 


3 0 


(B3) Hydrogenated terpene resin 


4 5 


(C) Maleic anhydride-modified polypropylene 


3 


Density of resin composition (g/cm 3 ) 


0. 9 4 


Penetration-proof Layer 


Absence 


Coat layer 




Absence 


Properties 


Moisture 
permeability 

(g/m 2 -24hr) 


Flat 


1 3 


Cruciform folding 


1 3 


Disaggregation 


Visual observation 


O 


Bleeding 


O 


Antiblocking 


o 


Sanitation 
test 




Standard 


Measured 
value (ppm) 


Judgement 


Consumption of petassium 
permanganate 


Not more than 
10 ppm 


1. 0 


Adaptation 




Evaporation 
residue 


water 


Not more than 
30 ppm 


0. 0 


Adaptation 


4 % acetic 
acid 


Not more than 
30 ppm 


0. 0 


Adaptation 


20 % ethyl 
alcohol 


Not more than 
30 ppm 


0. 0 


Adaptation 
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Example 10 

A resin composition was produced by extruding, kneading and 
pelletizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 40 parts of an amorphous polypropylene resin 
(homopolymer with weight average molecular weight of 70,000) (Al), 
20 parts of a crystalline polypropylene [homopolymer MFR (JIS K 
7210 at 230°C ) = 38 g/10 min, melting point = 157°C ] (A2) as the 
(A) component, 40 parts of a terpene-phenol copolymer resin (ring 
and ball softening point: 145 °C , acid value: 1 or lower, and number 
average molecular weight: 1000) (Bl) as the (B) component, 100 
parts of calcium carbonate (heavy, average particle size = 111 m) 
(Dl) as the (D) component, and 1 part of a hindered phenol type 
antioxidant (melting point: 110 to 125°C ) as a stabilizer. The 
temperature of a dice was set at 170°C . 

The obtained pellets were applied to one side of a kraft paper 
of 75 g/m 2 thickness using a single screw extruder in 20 g/m 2 
thickness. The temperature of a T-die was set at 220 °C . 

The moisture permeability, disaggregation in water, and the 
antiblocking property of the obtained water-resistant and moisture- 
proof paper were measured by the abovementioned methods. As the 
results being shown in Table 3, the moisture permeability was 
excellent in a flat type and a cruciform folding type. Also, the 
disaggregation in water was excellent and bleeding of the 
manufactured paper by heating was not observed. Moreover, with 
respect to the antiblocking property, blocking was slightly 



observed . 

The liquid (filtrate after a pulp component was used for 
paper making) was diluted to 0.5 % of a pulp concentration in the 
actual paper making process for the measurement of COD and BOD. The 
COD was 2.5 ppm and the BOD was 2 ppm which were identical to the 
values in the case where only kraft paper was treated in the same 
manner. This indicates that the water-resistant and moisture-proof 
paper using the resin composition of the present invention does not 
allow oxidative substances and organic compounds to dissolve into 
water during the disaggregation. 
Examples 11 to 13 

Water-resistant and moisture-proof papers were produced in 
the same manner as in Example 10 except that resin compositions 
l»! changing components as shown in Table 3 were used and properties 

were evaluated. As shown in Table 3, the water-resistant and 
.^j moisture-proof papers were excellent in moisture permeability, 

disaggregation and antiblocking property. 

The materials which were not used in Example 10 are as 
f ol lows : 

(A4) Low molecular weight polypropylene: Solution viscosity 
molecular weight: 21000, melting point: 143°C , density: 0.91 g/cm 3 . 
(A5) Crystalline polypropylene resin: Homopolymer, weight average 
molecular weight: 100000, MFR (JIS K 7210 at 230 °C ) : 650 g/lOmin. 
(A6) Amorphous (propylene-butene-1) copolymer resin: weight average 
molecular weight: 80000, ring and ball softening point: 110°C , Tg : 
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(B2) Hydrogenated alicyclic petroleum resin: Ring and ball 
softening point: 135T! , molecular weight: 860, acid value: 0.0. 
(C) Compatibilizing agent: Maleic anhydride-modified polypropylene, 
softening point: 154 °C , acid value: 26, number average molecular 
weight: 40000. 
Example 14 

A coat layer was formed on the water-resistant and moisture- 
proof layer of the water-resistant and moisture-proof paper 
produced in Example 10 by applying an aqueous solution obtained by 
mixing 100 parts of calcium carbonate used in Example 10 with 100 
parts of an aqueous isopropyl alcohol solution of a methyl 
methacrylate-ethyl aery late-acry 1 ic acid copolymer (AROLON 
manufactured by Nippon Shokubai Co., Ltd.) and diluting with water 
in terms of a solid content of 1.0 g/m 2 , and drying at 80°C for one 
minute. The antiblocking property was good and samples were peeled 
off one by one. 
Example 15 

The water-resistant and moisture-proof paper was prepared in 
the same manner as in Example 10 except that a penetration-proof 
agent of a methacrylic acid ester (manufactured by Asahi Chemical 
Industry Co., Ltd.) was applied to a surface of a kraft paper of 75 
g/m 2 to be coated with the resin composition of Example 10 in 
2 g/m 2 thickness. The water-resistant and moisture-proof layer of 
the obtained water-resistant and moisture-proof paper was heated at 
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200 to 210 °C and another kraft paper (the same as abovementioned 
but the penetration-proof agent is not applied) was piled up on the 
heated water-resistant and moisture-proof layer, then pressurized 
by a calender roll to thus produce a clad paper sample in which the 
water-resistant and moisture-proof layer was sandwiched by two 
sheet of the kraft paper substrates. As shown in Table 3, both the 
moisture permeability and the disaggregation were excellent. 
Meanwhile, front and rear sides of the obtained water-resistant and 
moisture-proof paper were made of kraft paper, there was no problem 
with respect to the antiblocking property. 
Comparative Examples 5 to 7 

The water-resistant and moisture-proof papers were prepared 
in the same manner as in Example 10 except that resin compositions 
changing components as shown in Table 3 were used. As shown in 
Table 3, the water-resistant and moisture-proof papers had a fatal 
drawback at least either in the moisture permeability or in the 
disaggregation. 
Comparative Example 8 

The water-resistant and moisture-proof paper was prepared by 
laminating a low density polyethylene in 20 fl m thickness on a kraft 
paper of 75 g/m 2 , and the properties were evaluated. As shown in 
Table 3, the moisture permeability was so good as 35 g/m 2 .24 hr and 
the antiblocking property was also good. But, in the 
disaggregation test, the water-resistant and moisture-proof layer 
was not disaggregated at all and the polyethylene film remained 
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unpeeled . 
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(A2) Crystalline polypropylene resin (MFR=38) 


(A4) Low molecular weight polypropylene 
(Mv=21000) 


(A5) Crystalline polypropylene resin (MFR=650) 
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(B2) Hydrogenated alicyclic petroleum resin 


(0 Maleic anhydride-modified polypropylene 


(DDCalcium carbonate 

(Average particle size 1//b) 


Hindered phenol type antioxidant 
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Example 16 

A resin composition" was produced by extruding, kneading and 
pelletizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 22 parts of an amorphous polypropylene 
(homopolymer with weight average molecular weight of 70,000) (Al), 
30 parts of a crystalline polypropylene [block type, MFR (JIS K 
7210 at 230°C ) = 55 g/10 min, melting point = 143°C ] (A7) as the 
(A) component, 45 parts of a hydrogenated terpene resin (ring and 
ball softening point: 135 °C , acid value: 1 or lower, and number 
average molecular weight: 1000) (B3) as the (B) component, 3 parts 
of a maleic anhydride-modified polypropylene as the (C) component, 
kaolin (average :article size: 1 jUm)(D2) as the (D) component, and 
1 part of a hindered phenol antioxidant (melting point: 110 to 125 
°C ) . The temperature of a dice was set at 180°C . 

The obtained pellets were applied to one side of a cup paper 
(virgin pulp 100 % ) of 220 g/m 2 thickness using a laminating 
machine single screw extruder in 30 g/m 2 thickness to thus obtain 
the water-resistant and moisture-proof paper. The temperature of a 
T-die was set at 230°C . 

As the evaluation results being shown in Table 4, the 
disaggregation in water was excellent and the bleeding caused by 
heating the manufactured paper was not observed. The obtained 
water-resistant and moisture-proof paper was cut into the desired 
fan shape (trunk), circular shape (bottom), and the paper cup was 
prepared with the water-resistant and moisture-proof layer inside. 



Heat sealing was made by a hot plate heating method and the heat 
sealing strength identical to a polyethylene-laminated water- 
resistant and moisture-proof paper was obtained. Into this paper 
cup, an aqueous solution colored with Methylene Blue was poured and 
left to stand at 40°C for one week, but the permeation of the 
Methylene Blue into the paper substrate was not observed, from 
which it was understood that there was no problem with respect to 
the water-resistance. 

In addition, a plate was molded from the pellets of this 
resin composition using a hot press for the sanitation test 
according to a bulletin No. 20 of Ministry of Health and Welfare 
based on the Food Sanitation Law. The amounts of lead and cadmium 
were below the inspectable limitation. The dissolved amounts of 
heavy metals were below the standards. 

The consumption of potassium permanganate, and evaporation 
residues extracted in water, 4 % acetic acid and 20 % alcohol in an 
elution test with a pseudo-solvent were all below the standards. 
Accordingly, the water-resistant and moisture-proof paper of the 
present invention is usable as cups for meeting these standards. 



Table 4 
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Example 16 


Composition 
(Parts) 


(Al) Amorphous polypropylene (Mw=70000) 


2 2 


(A7) Crystalline polypropylene resin 
(Block) (MFR=55) 


3 0 


(B3) Hydrogenated terpene resin 


4 5 


(C) Maleic anhydride-modified polypropylene 


3 


(D2) Kaolin (Average particle size l#m) 


1 0 0 


Hindered phenol type antioxidant 


1 


Penetration-proof layer 


Absence 


Coat layer 


Absence 


Properties 


Moisture 
permeability 

(g/m 2 -24hr) 


Flat 


1 5 


Cruciform folding 


1 5 


Disaggregation 


Visual observation 


o 


Bleeding 


o 


Antiblocking 


o 


Sanitation 
test 




Standard 


Measured 
value (ppm) 


Judgement 


Consumption of petassium 
permanganate 


Not more than 
10 ppm 


1. 0 


Adaptation 


Evaporation 
residue 


water 


Not more than 
30 ppm 


0. 7 


Adaptation 


20 % ethyl 
alcohol 


Not more than 
30 ppm \ 


0. 5 


Adaptation 
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Industrial Applicability 

As described above, the water-resistant and moisture-proof 
paper using the resin composition of the present invention as the 
water-resistant and moisture-proof layer has the water-resistance 
and moisture-proof ness as excellent as or even more excellent than 
that of the water-resistant and moisture-proof paper laminated with 
a polyolefin type resin. 

Also, the moisture-proof paper of the present invention has 
disaggregation and dispersibil ity in water as excellent as that of 
emulsion-coated type moisture-proof paper, which has recently been 
proposed, and is possible to be recycled without bleeding by 
heating after paper manufacturing. 

Moreover, a load is not increased on the waste water treatment 
at the time of paper manufacturing. Further, the resin composition 
is cheaper than the conventional one and a manufacturing equipment 
is also cheap. The working efficiency is also high. Especially, 
by using a specific amount of an inorganic filler, a more cheaper 
resin composition is not only obtained, but the problems caused by 
a relatively large amount of an inorganic filler used, such as a 
decrease in moisture-proof ness of the folded lines and damages on 
the surface of products wrapped are solved. 

The present invention provides remarkably useful water- 
resistant and moisture-proof paper as a water-resistant and 
moisture-proof wrapping paper for industrial products and water- 
resistant and moisture-proof container materials for domestic goods 



and at the same time contributes to wood resource preservation by 
recycling and environmen-tal pollution prevention, since burning and 
discarding of paper materials are not required. 



ABSTRACT 



Disclosed is a resin composition for water-resistant and 
moisture-proof paper comprising 40 to 75 parts by weight of a 
polyolefin (A), 25 to 60 parts by weight of a tackifier (B) and 0 to 
20 parts by weight of a compatibi Lizing agent (C), the total of (A), 
(B) and (C) being 100 parts by weight, and further blending 20 to 300 
parts by weight of an inorganic filler (D) to 100 parts by weight of 
the sum of (A), (B) and (C). According to the present invention, 
the water-resistant and moisture-proof paper is provided at low 
cost which is disaggregated with ease by a pulper and recycled as 
paper materials. 



o 

y3 



10/ 019301 



^ESIN^COMPOSITiaN^ WAjTjaSHy^ 
METHOD FO^JPRO^UCT^JHE^SAME 

Technical Field 

The present invention relates to a resin composition, a water- 
resistant and moisture-proof paper made using the foregoing . 
composition, and to a method for producing the foregoing paper. 

Background Art 

Generally, as water-resistant and moisture-proof paper, paper 
coated with a polyolefin type resin such as polyethylene, 
polypropylene or the like is well known and widely used. This 
water-resistant and moisture-proof paper extrusion-laminated with 
such a polyolefin type resin not only has excellent water-resistance, 
moisture-proof ness and processability , but also is economical and 
remarkably excellent as water-resistant and moisture-proof paper. 
For this reason, this paper is in wide use as a wrapping paper for 
paper products requiring moisture-proof ness , packages for plastic 
pellets, salt and the like. Moreover, in this industry, there is 
also moisture-proof paper called clad paper or poly-sandwiched type, 
in which two sheets of paper are bonded with the polyolefin resin 
sandwiched therebetween. Further, the polyolefin resin is 
excellent in water-resistance and heat-sealability and is thus 
easily processable, it is widely used as paper cups for drinks and 
cow's milk packages, too. 
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On the other hand, from a view point of recycling property, 
that is, wastepaper regenerability , the mechanical strength of the 
laminated film of the moisture-proof layer of the water-resistant 
and moisture-proof paper coated with a polyolefin is too high and 
therefore, a pulper to be employed in a process of regenerating 
paper and carrying out pulping cannot finely disperse the polyolefin 
type resin layer parted from the fibrous part of the paper and 
leaves the resin layer as blocks and films, and they are stuck to a 
drying roll of a paper making machine or adheres to the surface of 
regenerated paper or causes bleeding and surface roughness to thus 
make recycling of wastepaper impossible. Accordingly, in this 
industry such paper coated with a polyolefin resin is positioned as 
taboo products of non-recyclable materials, together with photos, 
laminate labels or the like. In addition, in recycling milk 
packages, every endeavor is made to beforehand remove a polyethylene 
film coated. 

Further, in light of moisture-proof paper possible to be 
recycled being demanded, moisture-proof paper coated with an 
emulsion containing a synthetic rubber latex or an acrylic emulsion 
and a wax emulsion has recently been proposed. Although this 
moisture-proof paper is certainly excellent in moisture-proof ness 
and also in recycling property as wastepaper, since the coating 
liquid is an aqueous emulsion, large scale drying facilities are 
required to form the coating layer, which leads to increase both in 
equipment cost and in energy cost and the productivity is inferior 



as compared with the case of laminating with a polyolefin type 
resin. In addition, with proceeding of the drying and the coating 
film of a moisture-proof layer, the moisture-proof paper is 
sometimes curled and the wax in the coating layer sometimes bleeds, 
and slippage sometimes occurs between moisture-proof papers. 
Moreover, in the case where the obtained moisture-proof paper is 
rolled like a coil, since the face of the moisture-proof layer is 
brought into contact with the opposed face in which no moisture- 
proof layer is formed, the wax components contained in the moisture- 
proof layer are transferred to the opposed face, which results in 
problems that slippage is considerably easily caused. Moreover, it 
is pointed out that the wax layer is formed on the surface of the 
moisture-proof layer so that printing with an aqueous ink is 
impossible and an emulsion adhesive for packaging paper can not be 
used. Further, in recycling of wastepaper, a water-soluble 
ingredients forming the emulsion dissolve into a waste liquid for 
manufacturing paper and thus the treatment of the waste liquid 
becomes difficult. 

Moisture-proof paper is also proposed which blends a large 
amount of a flat-shaped inorganic filler into the aforementioned 
latex or emulsion to make use of moisture-proof ness of the 
inorganic filler. By blending the -flat-shaped inorganic filler, 
most of drawbacks caused by the wax are solved, but a fresh problem 
is brought about by the inorganic filler blended in a large amount 
is pointed out. That is, those are fatal drawbacks as a wrapping 



paper that the moisture-proof ness at a folded part of the moisture- 
proof paper is liable to lower and that the surface of paper 
products wrapped tends to be damaged by the inorganic filler. In 
addition, the difficulty in waste water treatment is not solved. 

Moreover, in the case of the moisture-proof paper using a 
latex or emulsion type moisture-proof liquid, there are many 
problems when it is used for foods in direct contact with the 
moisture-proof layer. That is, since an emulsifier, a film-forming 
agent or the like contained in the latex or emulsion remains in the 
moisture-proof layer, there is a fear of transferring them to the 
foods. In addition, there is a problem with respect to water 
resistance caused by the influence of those residual impurities. 

The purpose of the present invention is to solve the 
conventional drawbacks as mentioned above and to provide a resin 
composition for obtaining a water-resistant and moisture-proof 
paper which can be disaggregated and a water-resistant and moisture 
proof paper using the composition. 

In light of the numerous problems included in a polyolefin- 
laminated moisture-proof paper which is widely used but cannot be 
disaggregated, the present inventors have made an extensive series 
of studies on a resin composition which can be disaggregated and 
have found out that by blending a large amount of a tackifier with 
polyolefin resin, it is possible to obtain a water-resistant and 
moisture-proof paper which can be disaggregated by a pulper or the 
like, while making use of the excellent moisture-proof ness of the 



polyolefin resin. 

The resin composition in a first aspect of the present 
invention does not require a large amount of a wax or an inorganic 
filler as an indispensable component so that it is free from 
slippage and a decrease in heat resistance caused by the wax. 
Moreover, it does not require an inorganic filler of a specific 
shape, either, and thus it has numerous advantages that it is free 
from a decrease in moisture permeability at the folded portion and a 
damage of the surface of paper products wrapped, or the like. 

Further, since the resin composition does not contain water- 
soluble harmful substances such as an emulsifier and a film-forming 
agent, there is little substance dissolving into water for making 
paper when pulped for the regeneration of wastepaper, which does 
not increase a load to the treatment of waste water. 

The resin composition in a second aspect of the present 
invention not only solves the problem of high expense of the 
foregoing resin composition as compared with the conventional 
polyethylene-laminated moisture-proof paper by blending an inorganic 
filler, but also solves the drawbacks associated with the 
conventional moisture-proof paper making use of the moisture- 
proofness of an inorganic filler, i.e., fatal problems as a wrapping 
paper such as a decrease in moisture-proof ness at the folded part 
and damage of the surface of paper products wrapped. 



Disclosure of the Invention 



The present invention provides, in a first aspect, a resin 
composition for water-resistant and moisture-proof paper comprising 
40 to 75 parts by weight of a polyolefin (A), 25 to 60 parts by 
weight of a tackifier (B) and 0 to 20 parts by weight of a 
compatibilizing agent (C), the total of (A), (B) and (C) being 100 
parts by weight. 

The present invention provides, in a second aspect, a resin 
composition for water-resistant and moisture-proof paper comprising 
40 to 75 parts by weight of a polyolefin (A), 25 to 60 parts by 
weight of a tackifier (B) and 0 to 20 parts by weight of a 
compatibilizing agent (C), and 20 to 300 parts by weight of an 
inorganic filler (D) to the total amount of 100 parts by weight of 
(A), (B) and (C). 

The present invention provides, in a third aspect, a water- 
resistant and moisture-proof paper, wherein a water-resistant and 
moisture-proof layer of the resin composition of the present 
invention is formed on either one side of a paper substrate. 

The present invention provides, in a fourth aspect, a water- 
resistant and moisture-proof paper, wherein a coat layer of a 
(meth)acrylic resin is formed on the water-resistant and moisture- 
proof layer of the resin composition of the present invention. 

The present invention provides, in a fifth aspect, a water- 
resistant and moisture-proof paper, wherein the resin composition of 
the present invention is inserted between paper substrates of not 
less than two sheets. 



The present invention provides, in a sixth aspect, a method 
for producing water-resistant and moisture-proof paper, comprising 
the step of forming a water-resistant and moisture-proof Layer by 
applying the resin composition of the present invention to at least 
one side of a paper substrate. 

The present invention provides, in a seventh aspect, a method 
for producing water-resistant and moisture-proof paper, comprising 
the steps of : 

forming a moisture-proof layer by applying the resin 
composition of the present invention to at least one side of a paper 
substrate, and 

forming a coat layer of a (meth)acrylic resin on the surface 
of the water-resistant and moisture-proof layer. 

The present invention provides, in a eighth aspect, a method 
for producing moisture-proof paper, comprising the step of: 

forming a water-resistant and moisture-proof layer by 
applying the resin composition of the present invention between 
paper substrates of not less than two sheets. 

Best Mode for Carrying out the Invention 

The resin composition in a first aspect of the present 
invention encompasses a resin composition for water-resistant and 
moisture-proof paper comprising 40 to 75 parts by weight of a 
polyolefin (A), 25 to 60 parts by weight of a tackifier (B) and 0 to 
20 parts by weight of a compatibilizing agent (C), the total of (A), 
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(B) and (C) being 100 parts by weight. Hereinafter, the resin 
composition in a first aspect will be explained. 

The polyolefins used in the present invention are generally 
classified into (1) to (3) as follows: 

(1) First, amorphous polypropylene (APP) collected as 
byproducts after the polymerization of propylene, non-crystalline 
olefinic polymers (amorphous polyalphaolef ins : APAO) such as 
propylene homopolymers and copolymers of propylene and ethylene, 
butene-1 or the like. The molecular weight of these polymers is 
preferably not less than approximately 100. If it is less than 100, 
the strength of the moisture-proof layer tends to be insufficient. 
More preferably, propylene homopolymers having a weight average 
molecular weight of not less than 10000 and copolymers of propylene 
and at least one selected from alphaolefins such as ethylene and 
butene-1 are used. 

(2) Second, polypropylene resins widely used as 
polypropylene molding materials are exemplified. As the crystalline 
resins, a homopolymer type such as propylene homopolymers, a random 
copolymer type such as copolymers with ethylene, etc., and a block 
copolymer type such as block copolymers. In addition, a polymer 
alloy type with the other kinds polymers is also commercially 
available as polypropylene resins. Those are all used in the 
present invention. It is preferred to use those having an MFR (JIS 
K7210, 230°C ) of 1 g/lOmin or more, which are in use for extrusion, 
lamination, injection molding and non-woven cloth. It is also 



preferred to use crystalline polypropylene resins of a low 
molecular weight for the" adjustment of viscosity or the like. 

Moreover, it is also preferred to use non-crystalline to low 
crystalline polypropylene copolymers containing 50 mol % or more of 
propylene, which are used as modifying resins of polyolefins. The 
copolymer resins of propylene and alphaolefins are well known and 
those having an MFR (ASTM D1238, 190 °C ) of 1 g/10 min or more are 
suitably used. In some cases, those are blended and supplied as 
polypropylene block copolymers. 

(3) Third, polyethylene resins are exemplified. Generally, 
those are classified into low density polyethylene (linear low 
density polyethylens are also included), middle density 
polyethylenes and high density polyethylenes . Those are all used 
in the present invention. As part of the polypropylene resins, 
polyethylene resins are sometimes blended. In order to avoid a 
decrease in heat resistance, the polyethylene resin is preferably 
not more than 50 % by weight of the polyolefin. 

The polyolefin is used singly or in combination of two or 
more. It s preferred to use a propylene homopolymer or an 
amorphous polyalphaolef in comprising a copolymer of propylene and 
ethylene or butene-1 since it is excellent in flexibility of the 
water-resistant and moisture-proof layer and in water-resistance 
and moisture-proofness. It is also preferred to use a crystalline 
polypropylene resin alone to enhance heat resistance of the water- 
resistant and moisture-proof layer. It is more preferable to use 



two or more of the polyolefins not only to improve disaggregation 
and moisture permeability while preventing cracks of the water- 
resistant and moisture-proof layer, but to make compatible heat 
resistance and antiblocking property. The polyolefin does not have 
water absorption and its film is excellent in water-resistance. 

The amount of the polyolefin is 40 to 75 parts by weight, 
preferably 45 to 70 parts by weight. In the case of less than 40 
parts by weight, the strength of the water-resistant and moisture- 
proof layer is insufficient and thus the water-resistant and 
moisture-proof layer is destroyed to result in a decrease in water- 
resistance and moisture-proof ness. In the case of more than 75 
parts by weight, the disaggregation lowers to result in a drawback 
in recycling as wastepaper. 

As the tackifier (B) used in the present invention, there are 
included rosin, modified rosins, their ester compounds, alkylphenol 
resins, alky lphenol-modif ied xylene resins, rosin-modified xylene 
resins, terpene phenol resins and the like as ones having a 
functional group, and terpene type resins such as terpene resin and 
aromatic modified terpene resins, olefin type resins, styrene type 
resins, petroleum resins, hydrogenated petroleum resins, coumarone- 
indene resins or the like as ones having no functional group. Any 
of those can be selected and those compounds may be used singly or 
as a mixture of two or more. Among them, especially preferable are 
aromatic and alicyclic petroleum resins, terpene phenol resins, 
aromatic modified terpene resins, rosin esters or the like since 



those have compatibility with a polyolefin and become an almost 
transparent solution whe~n dissolved at high temperature. Moreover, 
for the application of food, hydrogenated alicyclic petroleum resins, 
hydrogenated terpene resins and hydrated rosin esters are preferably 
used, in particular. 

The amount of the tackifier to be used is 25 to 60 parts by 
weight, preferably 30 to 55 parts by weight. In the case of less 
than 25 parts by weight, the disaggregation is insufficient and in 
the case of more than 60 parts by weight, the moisture-proof ness is 
deteriorated . 

As the compatibilizing agent (C) used in the present 
invention, first, there are exemplified oxidized polyolefins, acid- 
modified polyolefins or the like, which are obtained by partially 
oxidizing polyethylene, polypropylene and these copolymerized 
olefin resins, or by reacting a calboxylic acid group such as 
maleic anhydride and itaconic anhydride with these polyolefins, and 
among those, polypropylene grafted with maleic anhydride which is 
mass-produced is preferred to use. 

As a second compatibilizing agent between two or more 
polyolefins, hydrogenated styrene-butadiene resins, styrene 
(olef in)-ethylene butylene-olef in block copolymer resins or the 
like are exemplified. These are suitably used, too. The 
compatibilizing agent may be used singly or in combination of two 
or more. 



The amount of the compatibil izing agent is 0 to 20 parts by 
weight. Even in the case of zero part by weight, the resin 
composition may be used practically, but since an adhesion- 
improving effect to a penetration-proof agent or the like is 
insufficient, the amount in a range of 1 to 7 parts by weight is 
preferred. In the case of more than 20 parts by weight, heat 
stability worsens. 

In the present invention, the sum of the amounts of the 
respective components (A) to (C) is 100 parts by weight. 

It is preferred to blend an inorganic filler with the resin 
composition of the present invention to thus adjust the density of 
the resin composition to 1.0 g/cm 3 or more, since the resin 
composition floating up in pulp liquid when the water-resistant and 
moisture-proof paper is disaggregated as wastepaper can be reduced, 
and the surface of the recycled paper becomes uniform. 

The inorganic filler is not specifically limited, and, for 
example, calcium carbonate, mica, talc, silica, barium sulfate, 
wol lastonite, kaolin, clay or the like are exemplified, and these 
may be used singly or in combination of two or more. In general, 
most of inorganic fillers have a density of 2.4 g/cm 3 or more, and 
thus it is preferred to add not less than 5 parts by weight to the 
resin composition. 

The resin composition of the present invention may further 
contain a wax with a view to controlling the melting viscosity and 
improving the antiblocking property of the resin composition. If 
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the amount of the wax is too plenty, the slippage caused by 
transferring of the wax 'to the rear side of the water-resistant and 
moisture-proof paper becomes large, and the heat resistance lowers, 
though the moisture-proof ness is enhanced, and therefore, that is 
not desired. 

As the wax used in the present invention, there are included 
natural waxes such as paraffin wax, microcrystal lin wax, montan wax, 
carnauba wax, candelilla wax and Fischer-Tropsch wax. These may be 
used singly or in combination of two or more. 

The amount of the wax is not more than 10 parts by weight for 
the adjustment of the solution viscosity, though varying with the 
blending ratio of the resin composition. 

When the water-resistant and moisture-proof paper is 
disaggregated by a pulper in a paper producing company and 
regenerated as wastepaper, it is preferred to color the resin 
composition to almost the same color as the paper substrate used, 
since the resin composition remained on the recycled paper is 
difficult to be seen to thus suppress a decrease in quality of the 
recycled paper. The level of coloring may not be so strict and it 
is preferred that the color of the resin composition is almost 
identical to or a little lighter than that of the paper substrate 
used. If it is deeper, the presence of the resin composition on the 
recycled paper becomes noticeable. 

The resin composition of the present invention may further be 
added with stabilizers such as an antioxidant, viscosity-adjusting 



agents, lubricants, antiblocking agents, antistatic agents and other 
additives for the purpose of improving processability or the like. 

After the water-resistant and moisture-proof layer of the 
resin composition of the present invention was formed on a paper 
substrate, a coat layer of a (meth)acrylic resin can be formed 
further on the water-resistant and moisture-proof layer. The coat 
layer is effective for an improvement in antiblocking of the water- 
resistant and moisture-proof layer, prevention of transference of 
minor substances to paper products wrapped, impartation of 
antislipping property and increase in adhesion of a wrapping glue. 
As the (meth)acrylic resin, copolymer resins comprising methyl 
methacrylate and (meth)acry 1 ic acid, acrylic acid ester, styrene or 
the like are suitably used. Both a solution type dissolved in a 
solvent and an emulsion type dispersed in water may be used. When 
the main component is of a (meth)acry 1 ic resin, a poly (styrene- 
butadiene) latex may be conjointly used. 

The coat layer is formed by being coated on the water- 
resistant and moisture-proof layer by various coaters followed by 
drying a solvent. The thickness of the coat layer is preferably 
0.1 to 3.0 g/m 2 . 

As additives to the (meth)acrylic resins of the coat layer, 
there are exemplified inorganic fillers for the prevention of 
slippage, a small amount of waxes for the improvement of 
antiblocking, antistatic agents for the removal of static 
electricity, delustrants for the improvement of surface appearance, 



colorants for making imperceptible the resin composition and/or the 
coat agent left on the recycled wastepaper, on the like. These may 
be used, if necessary, singly or in combination of two or more. 

In the present invention, the abovementioned resin 
composition is inserted like a sandwich between paper substrates to 
provide a clad paper type (polysandwiched type) water-resistant and 
moisture-proof paper. The polysandwiched type water-resistant and 
moisture-proof paper is produced with ease by applying a molten 
resin composition of the present invention to one paper substrate, 
and providing the other paper substrate to be in contact of the 
molten resin before it is cooled, then those are pressurized for 
bonding. Moreover, it is also possible to produce the 
polysandwiched type water-resistant and moisture-proof paper by 
bonding a paper substrate or a water-resistant and moisture-proof 
paper to another water-resistant and moisture-proof paper, at one 
side of which a water-resistant and moisture-proof layer is formed 
with heat or an adhesive. It is further possible to provide the 
polysandwiched type water-resistant and moisture-proof paper by 
paying out two sheets of water-resistant and moisture-proof paper 
simultaneously, extruding a molten resin composition of the present 
invention between the two sheets of paper from a dice of an 
extrusion laminating machine to thus conduct polysandwich processing. 

In the present invention, it is preferred to form a 
penetration-proof layer by applying a penetration-proof agent to 
one or both faces of a paper substrate to be in contact with a resin 



composition of the present invention, that is, the face of the 
paper substrate on which the resin composition is formed or both 
this face and the face of another counterpart paper substrate in 
contact with the resin composition in order to prevent deterioration 
of water-resistance, moisture-permeability and disaggregation 
caused by excess soaking of the resin composition. The same 
applies to the case where two sheets of paper substrates are bonded 
in sandwich-shape. 

As the penetration-proof agent, there are included a solvent 
solution of (meth)acrylic polymers, styrene-butadiene polymers, 
vinyl acetate polymers, chlorinated polyolefins or the like, an 
emulsion of (meth)acry lie polymers, vinyl acetate polymers, 
vinylidene chloride polymers or the like, and a latex of SBR, NBR, 
or the like. 

To select the penetration-proof agent, it is important for it 
to have an excellent adhesive property to the resin composition of 
the present invention. Since the adhesive property is improved by 
using the resin composition containing a compatibilizing agent (C), 
the penetration-proof agent can be selected from a wide range of 
options . 

The amount of the penetration proof agent is generally 0.1 to 
20 g/m 2 and preferably 0.5 to 5 g/m 2 in terms of adhesive strength 
and the disaggregation. 

Further, by mixing an inorganic filler to the penetration-proof 
agent, the penetration-proof agent resin component can be lessened 



and the filler is suppressed from penetrating into a paper substrate 
to heighten the effect of preventing penetration. As the inorganic 
filler, such inorganic fillers as aforesaid are usable and the 
average particle diameter of the inorganic filler is preferably 2 fi 
m or smaller for the coated thickness to be smaller. The addition 
amount of the inorganic filler is preferably 20 to 200 parts- by 
weight to 100 parts by weight of the penetration proof-agent resin 
components. The penetration-proof agent may further be added with 
antioxidants, viscosity-adjusting agents, colorants or the like. 

The water-resistant and moisture-proof paper of the present 
invention is obtained by applying the resin composition to at least 
one side of a paper substrate. The amount of the resin composition 
to be applied may be suitably determined according to the desired 
water-resistance and moisture-proof ness , but is, in general, 
preferably 10 to 50 g/m 2 . The moisture permeability of the 
moisture-proof paper is said to be 50 g/m 2 . 24 hr or below, 
preferably 40 g/m 2 . 24 hr or below (Measurement method: JIS Z 0208) 
and thus it is especially 16 to 25 g/m 2 in order to provide a cheap 
water-resistant and moisture-proof paper. 

As the method for applying the resin composition of the 
present invention to a paper substrate, a coating system using 
coaters such as a roll coater, a sl-ot orifice coater and an 
extrusion coater, and an extrusion laminating system using a T-die 
are used, and any applying method may be employed. 

When the penetration-proof layer is formed, the penetration- 



proof agent is applied, prior to applying the resin composition of 
the present invention, to the face to which the resin composition is 
to be applied or the face of another counterpart paper substrate in 
contact with the resin composition or the both faces. 

The resin composition in a second aspect of the present 
invention encompasses a resin composition for water-resistant and 
moisture-proof paper comprising 40 to 75 parts by weight of a 
polyolefin (A), 25 to 60 parts by weight of a tackifier (B) and 0 
to 20 parts by weight of a compatibilizing agent (C), and 20 to 300 
parts by weight of an inorganic filler (D) to the total amount of 
100 parts by weight of (A), (B) and (C). 

To the polyolefin (A), the tackifier (B) and the 
compatibilizing agent (C), the same applies as described in the 
resin composition in a first aspect of the present invention. 

As the inorganic filler (D) used in the present invention is 
not specifically limited, and, for example, the inorganic filler 
used for adjusting the density of 1.0 g/cm 3 or more in the resin 
composition in a first aspect of the present invention can be used. 

That is, calcium carbonate, mica, talc, silica, barium sulfate, 
wol lastonite, kaolin, clay or the like are exemplified. These may 
be used singly or in combination of two or more. 

Though a cheap water-resistant and moisture-proof paper can 
be obtained by using the inorganic filler, when it is used in a 
large amount, it is necessary to consider the dispersibility with a 
polyolefin used. In the case of poor dispersibility, the strength 



of the water-resistant and moisture-proof layer remarkably lowers, 
and the water-resistance and moisture-proof ness lower, too. From 
this viewpoint, it is preferred to use a surface-modified inorganic 
filler and an inorganic filler with an average particle size of 5 
U m or below. As the surface-modified inorganic filler, inorganic 
fillers treated with silane coupling agents such as vinyltriethoxy 
silane, N-/S -(aminoethy 1 )- 7 -aminopropyl triethoxysilane , titanate 
and aluminate coupling agents or the like are exemplified. 

Moreover, if the recycling of the water-resistant and 
moisture-proof paper of the present invention as wastepaper is 
taken into consideration, it is preferred to use calcium carbonate, 
kaolin and clay since those are used in a large amount as materials 
for art paper and coat paper in a paper producing company and thus 
are not impurities. 

When the inorganic filler is used in a large amount, the 
specific gravity of the resin composition greatly exceeds 1.0. 
Accordingly, it is feared that when the water-resistant and 
moisture-proof paper is disaggregated into a pulp liquid, the 
inorganic filler tends to precipitate at a lower layer of the pulp 
liquid to bring about a problem upon producing a recycled paper. 
However, in the case of art paper being a printing paper, about 40 
g/m 2 of a coat layer comprising kaolin as the main component is 
provided on the both sides of a paper substrate of about 40 g/m 2 and 
a broke is recycled. From this fact, it is understood that the 
specific gravity of the resin composition is not so important 



quality problem if only the disaggregation is good. 

The amount of the inorganic filler is 20 to 300 parts by 
weight, preferably 20 to 200 parts by weight to 100 parts by weight 
of the sum of the components (A) to (C). In the case of less than 
20 parts by weight, a cost-reducing effect is insufficient and in 
the case of more than 300 parts by weight, a film-forming property 
of the water-resistant and moisture-proof layer deteriorates. 

The water-resistant and moisture-proof paper of the present 
invention using the resin composition in a second aspect of the 
present invention and the production method thereof are the same as 
in the resin composition in a first aspect of the present invention. 

The water-resistant and moisture-proof paper is useful for a 
recyclable wrapping moisture-proof paper of paper products and a 
package of plastic pellets, when it is applied to one side of a 
kraft paper as a paper substrate. The water-resistant and 
moisture-proof paper with the resin composition applied to one side 
of a bleached kraft paper and with the pattern printed on the 
opponent side thereof is useful for a recyclable wrapping paper of 
PPC (plain paper copier) paper. 

Further, it is possible to provide a cheap and useful water- 
resistant and moisture-proof paper, e.g., polysandwiched type 
moisture-proof paper by extruding the resin composition from a T- 
die between two sheets of paper substrates paid out simultaneously 
from a laminating machine. 

Furthermore, if a cup paper is coated with the resin 



composition and punched by the use of a cup-making machine, a paper 
cup which is recyclable -and excellent in water-resistance can be 
obtained. An example of the production method is as follows: 

(1) A water-resistant layer is formed on at least one side 
of a paper substrate by coating with the resin composition. The 
amount of the resin composition is determined depending upon the 
desired properties, but usually 10 to 50 g/m 2 . The coating is made 
by a coating system using coaters such as a roll coater, a slot 
orifice coater and an extrusion coater, and a laminating system 
using a T-die or the like, but any coating system may be employed. 

(2) The obtained cup paper, on at least one side of which is 
coated with the resin composition is supplied to a cup-making 
machine so that the water-resistant layer becomes a liquid- 
contacting surface, sterilized and cup-produced to thus provide a 
paper cup. It is also possible to print the outer surface 
beforehand and it is also possible to produce by using a production 
equipment enabling cup-making and filling simultaneously. The 
bonding upon the cup-making is conducted by hot plate heating, high- 
frequency heating, flame heating or the like, but fundamentally, 
heat sealing is employed. In molding a paper cup, with the water- 
resistant layer is an inside surface, a fan-shaped trunk (side 
wall) and a circular bottom are punched and heat sealed by a molding 
machine. Thereafter, it is subjected to a top curling to thus give 

a paper cup. It is also possible to print the outer surface 
beforehand. 



Paper containers with an aluminium foil, a barrier resin 
layer or the like for the purpose of preventing the oxidation of a 
content, shading or the like are also known, but those are not 
applicable to the present invention, since the aluminium foil and 
the barrier resin layer disturb the recycling as wastepaper. 
However, if a barrier resin is water-soluble or capable of 
disaggregation in water, such combination technique may be 
applicable to the present invention. 

Further, it is also possible to produce a paper container by 
using a water-resistant and moisture-proof paper on both surfaces of 
which the water-resistant and moisture-proof layers are formed. In 
this case, the permeation speed of water into the water-resistant 
and moisture-proof paper becomes slower when it is thrown into a 
pulper as wastepaper to thus result in slower disaggregation as 
compared with the case where the water-resistant and moisture-proof 
layer is formed only on one side, but it is possible to be recycled 
as a paper material without any practical problems. 

Furthermore, it is also possible to produce a water-resistant 
and moisture-proof corrugated board container by applying a 
penetration-proof agent to a liner paper and coating it with the 
resin composition, processing and assembling by a corrugating 
machine. An example of the production method is as follows: 

(1) On at least one side of a liner paper and a corrugated 
medium, i.e., on at least one side of a (Kraft) liner paper and a 
corrugated medium, a water-resistant and moisture-proof layer is 



formed. For example, without being limited to the innermost or 
outermost side, at least one side or the both sides of the facing 
inside surfaces of two sheets of the liner papers, a water-resistant 
and moisture-proof layer are formed and the liner papers and the 
corrugated medium are processed and bonded with a starch glue for a 
corrugated board container by a corrugating machine. Accordingly, 
the water-resistant and moisture-proof layer can be formed on the 
most preferable position according to uses. It is, of course, 
possible to form the water-resistant and moisture-proof layer not 
only to one side, but to both sides. Though it is possible to apply 
to the corrugated medium, usually, this is not adopted usually 
except the specific case, since a flute processing is conducted 
after applying. The amount applied is determined depending upon the 
desired properties, but in general, preferably 10 to 50 g/m 2 . The 
coating is made by a coating system using coaters such as a roll 
coater, a slot orifice coater, an extrusion coater, and a 
laminating system using a T-die but any coating system may be 
employed . 

(2) An upper liner paper (outer surface of a corrugated 
board), a lower liner paper (inner surface of the corrugated board) 
and a corrugated medium forming a flute are positioned in an 
ordinary corrugating machine, and those are subjected to a flute 
processing, bonding with a starch glue and drying in an ordinary 
production method. Printing and a cup making are carried out in an 
ordinary method. 



Hereafter, the present invention will be described in detail 
with reference to examples, however the present invention is not at 
all limited to those examples. 

In the following description, parts means parts by weight 
unless otherwise instructed. 
Example 1 

A resin composition was produced by extruding, kneading and 
pel letizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 40 parts of an amorphous polyalphaolef in 
(polypropylene homopolymer with weight average molecular weight of 
70,000) (Al), 20 parts of a crystalline polypropylene [homopolymer 
MFR (JIS K 7210 at 230 °C ) = 38 g/10 min, melting point = 157°C ] 
(A2) as the (A) component, 40 parts of a terpene-phenol copolymer 
resin (ring and ball softening point: 145 °C , acid value: 1 or lower 
and number average molecular weight: 1000) (Bl) as the (B) component 
and 1 part of a hindered phenol type antioxidant (melting point: 110 
to 125°C ) as a stabilizer. The temperature of a dice was set at 
170°C . 

The obtained pellets were applied to one side of a kraft paper 
of 75 g/m 2 thickness using a single screw extruder in 20 g/m 2 
thickness. The temperature of a T-die was set at 200 °C . 

The moisture permeability, disaggregation in water, and the 
antiblocking property of the obtained water-resistant and moisture- 
proof paper were measured by the following methods. As the results 
being shown in Table 1, the moisture permeability was excellent in a 
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flat type and a type folded into a cruciform shape. Also, the 
disaggregation in water ^was excellent and bleeding of the 
manufactured paper by heating was not observed. Moreover, with 
respect to the antiblocking property, blocking was slightly observed. 

The liquid (filtrate after a pulp component was used for 
paper making) was diluted to 0.5 % of a pulp concentration in the 
actual paper making process for the measurement of COD and BOD. The 
COD was 2.5 ppm and the BOD was 2 ppm which were identical to the 
values in the case where only kraft paper was treated in the same 
manner. This indicates that the water-resistant and moisture-proof 
paper using the resin composition of the present invention does not 
allow oxidative substances and organic compounds to dissolve into 
water during the disaggregation. 
(1) Moisture permeability 

The moisture permeability (flat and cruciform folding) was 
measured based on a cup method (JIS Z 0208). The cruciform folding 
is a moisture permeability measurement method for wrapping products 
requiring a very strict moisture-proof ness and it is not described 
in JIS. 

Folding into a cruciform shape means folding the center of a 
paper specimen into a cruciform shape and forming the folding lines 
by reciprocating a roller of 3 Kg one time on the folded lines. The 
moisture permeability was then measured. In general, if the 
moisture permeability is 50 g/m 2 . 24 hr or lower, preferably 40 g/m 2 . 
24 hr or lower, the paper can be used as a moisture-proof paper. 



(2) Disaggregation 

Using a standardized pulp disaggregating apparatus made by 
Kumagai Riki Industrial Co., Ltd., the resin dispersibility of a 
pulp solution and the manufactured water-resistant and moisture- 
proof paper was determined by visual observation according to the 
following standards after specimens were cut into 1 to 1.5 cm 
square size and 40 g of the cut moisture-proof paper specimens (2% 
pulp concentration) was stirred in 2 L of water for 30 minutes. 

O : Existence of resin was scarcely observed in the 
manufactured paper. 

x ; Adhesion or existence of resin which was not finely 
dispersed was observed on the manufactured paper. 

(3) Bleeding 

With respect to the evaluation of bleeding, the occurrence of 
bleeding was judged by visual observation according to the 
following standards by heating the manufactured paper at 150°C for 1 
minute in a Geer's oven. The paper observed bleeding in a 
considerable extent can not be regenerated as a recycle paper since 
a problem with respect to heat resistance is raised in the steps of 
manufacturing, drying and secondary processing. 
O : Bleeding was not observed, 
x : Bleeding was considerably observed. 

(4) Antiblocking property 

10 sheets of samples of water-resistant and moisture-proof 
paper cut into a square having an edge of 5 cm were piled up and 
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left to stand at 50 °C under the pressure of 0.196 MPa (2 Kg/cm 2 ) 
for 16 hours. After cooled to room temperature, the samples were 
peeled off one by one with hands and the blocking was evaluated by 
the following criteria. 

O: The samples are peeled off one by one without a sound. 

A: The samples are peeled off with a slight sound. 

x : Part of the water-resistant and moisture-proof layer is 
peeled off or peeling off is not made easily. 
Examples 2 to 5 

Water-resistant and moisture-proof papers were produced in 
the same manner as in Example 1 except that resin compositions 
changing components as shown in Table 1 were used and properties 
were evaluated. As shown in Table 1, the water-resistant and 
moisture-proof papers were excellent in moisture permeability, 
disaggregation and antiblocking property. 

The materials which were not used in Example 1 are as 
fol lows : 

(A3) Propylene-butylene copolymer resin: Vicat softening point 
(ASTM D 1525): 114°C , MFR (ASTM D 1238, 190 °C ) : 4 g/10 min. 
(A4) Low molecular weight polypropylene: Solution viscosity 
molecular weight: 21000, melting point: 143°C , density: 0.91 g/cm 3 . 
(B2) Hydrogenated alicyclic petroleum resin: Ring and ball 
softening point: 135°C , molecular weight: 860, acid value: 0.0. 
(C) Compatibilizing agent: Maleic anhydride-modified polypropylene, 
softening point: 154 °C , acid value: 26, number average molecular 
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weight: 40000. 

Calcium carbonate: Reagent first grade (heavy calcium carbonate, 
average particle size: 1 fl m or below). 
Example 6 

A coat layer was formed on the water-resistant and moisture- 
proof layer of the water-resistant and moisture-proof paper 
produced in Example 1 by applying an aqueous isopropyl alcohol 
solution of a methyl methacrylate-ethyl acrylate-acrylic acid 
copolymer (AR0L0N manufactured by Nippon Shokubai Co., Ltd.) in 
terms of a solid content of 1.0 g/m 2 , and drying at 80°C for one 
minute. The antiblocking property was good and samples were peeled 
off one by one. 
Examp 1 e 7 

The resin composition was prepared by heating the resin 
composition shown in Table 1 at 200 to 210 °C and stirring the 
melted resin composition enough for respective components to 
disperse uniformly. 

The obtained molten resin composition was applied to a kraft 
paper of 75 g/m 2 using a previously heated Meyer bar in 20 g/m 2 
thickness, another kraft paper was immediately piled up on the resin 
composition, then subjected to the pressurization by a calender 
roll so that a clad paper sample in which the water-resistant and 
moisture-proof layer was sandwiched by kraft paper substrates was 
obtained. The adhesive property was so good that if the paper was 
intended to peel off, the paper substrates were destroyed. As shown 



in Table 1, both the moisture permeability and the disaggregation 
were excellent. Meanwhile, front and rear sides of the obtained 
water-resistant and moisture-proof paper were made of kraft paper, 
there was no problem with respect to the antiblocking property. 
Examp 1 e 8 

The water-resistant and moisture-proof paper was prepared in 
the same manner as in Example 1 except that a penetration-proof 
agent of a methacrylic acid ester (manufactured by Asahi Chemical 
Industry Co., Ltd.) was applied in 2 g/m 2 thickness to a surface of 
a kraft paper of 75 g/m 2 to be coated with the resin composition of 
Example 1. The water-resistant and moisture-proof layer of the 
obtained water-resistant and moisture-proof paper was heated at 200 
to 210 °C and another kraft paper (the same as abovementioned but 
the penetration-proof agent is not applied) was piled up on the 
heated water-resistant and moisture-proof layer, then pressurized 
by a calender roll to thus produce a clad paper sample, in which 
the water-resistant and moisture-proof layer was sandwiched by two 

sheet of the kraft paper substrates. As shown in Table 1, both the 

moisture permeability and the disaggregation were excellent. 

Meanwhile, front and rear sides of the obtained water-resistant and 

moisture-proof paper were made of kraft paper, there was no problem 

with respect to the antiblocking property. 

Comparative Examples 1 to 3 

The water-resistant and moisture-proof papers were prepared 

in the same manner as in Example 1 except that resin compositions 



changing components as shown in Table 1 were used. As shown in 
Table 1, the water-resistant and moisture-proof papers had a fatal 
drawback at least either in the moisture permeability or in the 
disaggregation. 
Comparative Example 4 

The water-resistant and moisture-proof paper was prepared by 
laminating a low density polyethylene in 20 f± m thickness on a kraft 
paper of 75 g/m 2 , and the properties were evaluated. As shown in 
Table 1, the moisture permeability was so good as 35 g/m 2 .24 hr and 
the antiblocking property was also good. But, in the 
disaggregation test, water-resistant and moisture-proof layer was 
not disaggregated at all and the polyethylene film remained 
unpeeled . 
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Example 9 

A resin composition was produced by extruding, kneading and 
pelletizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 22 parts of an amorphous polypropylene 
(homopolymer with weight average molecular weight of 70,000) (Al), 
30 parts of a crystalline polypropylene [block type, MFR (JIS K 
7210 at 230°C ) = 55 g/10 min, melting point = 143°C ] (A5) as the 
(A) component, 45 parts of a hydrogenated terpene resin (ring and 
ball softening point: 135 °C , acid value: 1 or lower, and number 
average molecular weight: 1000) (B3) as the (B) component, and 3 
parts of a maleic anhydride-modified polypropylene as the (C) 
component. The temperature of a dice was set at 170°C . 

The obtained pellets were applied to one side of a cup paper 
220 g/m 2 thickness using a laminating machine single screw extrude 
in 30 g/m 2 thickness to thus obtain the water-resistant and 
moisture-proof paper. The temperature of a T-die was set at 210 °( 

As the evaluation results being shown in Table 2, the 
disaggregation in water was excellent and the bleeding caused by 
heating the manufactured paper was not observed. The obtained 
water-resistant and moisture-proof paper was cut into the desired 
fan shape (trunk), circular shape (bottom), and the paper cup was 
prepared with the water-resistant and moisture-proof layer inside. 

Heat sealing was made by a hot plate heating method and the heat 
sealing strength identical to a polyethylene-laminated water- 
resistant and moisture-proof paper was obtained. Into this paper 



cup, an aqueous solution colored with Methylene Blue was poured and 
left to stand at 40°C for one week, but the permeation of the 
Methylene Blue into the paper substrate was not observed, from 
which it was understood that there was no problem with respect to 
the water-resistance. 

In addition, a plate was molded from the pellets of this 
resin composition using a hot press for the sanitation test 
according to a bulletin No. 20 of Ministry of Health and Welfare 
based on the Food Sanitation Law. The amounts of lead and cadmium 
were below the inspectable limitation. The dissolved amounts of 
heavy metals were below the standards. 

The consumption of potassium permanganate, and evaporation 
residues extracted in water, 4 % acetic acid and 20 % alcohol in an 
elution test with a pseudo-solvent were all below the standards. 
Accordingly, the water-resistant and moisture-proof paper of the 
present invention is usable as cups for meeting these standards. 
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Table 2 







Example 9 


Composition 
(Parts) 


(Al) Amorphous polypropylene (Mw=70000) 


2 2 


(A5) Crystalline polypropylene resin 
(Block) (MFR=55) 


3 0 


(B3) Hydrogenated terpene resin 


4 5 


(C) Maleic anhydride-modified polypropylene 


3 


Penetration-proof layer 


Absence 


Coat layer 


Absence 


Properties 


Moisture 
permeability 

(g/m 2 -24hr) 


Flat 


1 3 


Cruciform folding 


1 3 


Disaggregation 


Visual observation 


O 


Bleeding 


o 


Antiblocking 


o 


Sanitation 
test 




Standard 


Measured 
value (ppm) 


Judgement 


Consumption of petassium 
permanganate 


Not more than 
10 ppm 


1. 0 


Adaptation 


Evaporation 
residue 


water 


Not more than 
30 ppm 


0. 0 


Adaptation 


4 % acetic 
acid 


Not more than 
30 ppm 


0. 0 


Adaptation 


20 % ethyl 
alcohol 


Not more than 
30 ppm 


0. 0 


Adaptation 
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Example 10 

A resin composition- was produced by extruding, kneading and 
pelletizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 40 parts of an amorphous polypropylene resin 
(homopolymer with weight average molecular weight of 70,000) (Al), 
20 parts of a crystalline polypropylene [homopolymer MFR (JIS K 
7210 at 230°C ) = 38 g/10 min, melting point = 157°C ] (A2) as the 
(A) component, 40 parts of a terpene-phenol copolymer resin (ring 
and ball softening point: 145 °C , acid value: 1 or lower, and number 
average molecular weight: 1000) (Bl) as the (B) component, 100 
parts of calcium carbonate (heavy, average particle size = l//m) 
(Dl) as the (D) component, and 1 part of a hindered phenol type 
antioxidant (melting point: 110 to 125°C ) as a stabilizer. The 
temperature of a dice was set at 170°C . 

The obtained pellets were applied to one side of a kraft paper 
of 75 g/m 2 thickness using a single screw extruder in 20 g/m 2 
thickness. The temperature of a T-die was set at 220 °C . 

The moisture permeability, disaggregation in water, and the 
antiblocking property of the obtained water-resistant and moisture- 
proof paper were measured by the abovementioned methods. As the 
results being shown in Table 3, the moisture permeability was 
excellent in a flat type and a cruciform folding type. Also, the 
disaggregation in water was excellent and bleeding of the 
manufactured paper by heating was not observed. Moreover, with 
respect to the antiblocking property, blocking was slightly 



observed . 

The liquid (filtrate after a pulp component was used for 
paper making) was diluted to 0.5 % of a pulp concentration in the 
actual paper making process for the measurement of COD and BOD. The 
COD was 2.5 ppm and the BOD was 2 ppm which were identical to the 
values in the case where only kraft paper was treated in the same 
manner. This indicates that the water-resistant and moisture-proof 
paper using the resin composition of the present invention does not 
allow oxidative substances and organic compounds to dissolve into 
water during the disaggregation. 
Examples 11 to 13 

Water-resistant and moisture-proof papers were produced in 
the same manner as in Example 10 except that resin compositions 
changing components as shown in Table 3 were used and properties 
were evaluated. As shown in Table 3, the water-resistant and 
moisture-proof papers were excellent in moisture permeability, 
disaggregation and antiblocking property. 

The materials which were not used in Example 10 are as 
f ol lows : 

(A4) Low molecular weight polypropylene: Solution viscosity 
molecular weight: 21000, melting point: 143°C , density: 0.91 g/cm 3 . 
(A5) Crystalline polypropylene resin: Homopolymer, weight average 
molecular weight: 100000, MFR (JIS K 7210 at 230 V ) : 650 g/lOmin. 
(A6) Amorphous (propylene-butene-1 ) copolymer resin: weight average 
molecular weight: 80000, ring and ball softening point: 110°C , Tg: 



-26 °C . 

(B2) Hydrogenated alicycLic petroleum resin: Ring and ball 
softening point: 135°C , molecular weight: 860, acid value: 0.0. 
(C) Compatibilizing agent: Maleic anhydride-modified polypropylene, 
softening point: 154 °C , acid value: 26, number average molecular 
weight: 40000. 
Example 14 

A coat layer was formed on the water-resistant and moisture- 
proof layer of the water-resistant and moisture-proof paper 
produced in Example 10 by applying an aqueous solution obtained by 
mixing 100 parts of calcium carbonate used in Example 10 with 100 
parts of an aqueous isopropyl alcohol solution of a methyl 
methacrylate-ethyl acrylate-acrylic acid copolymer (AR0L0N 
manufactured by Nippon Shokubai Co., Ltd.) and diluting with water 
in terms of a solid content of 1.0 g/m 2 , and drying at 80 o C for one 
minute. The antiblocking property was good and samples were peeled 
off one by one. 
Example 15 

The water-resistant and moisture-proof paper was prepared in 
the same manner as in Example 10 except that a penetration-proof 
agent of a methacrylic acid ester (manufactured by Asahi Chemical 
Industry Co., Ltd.) was applied to a surface of a kraft paper of 75 
g/m 2 to be coated with the resin composition of Example 10 in 
2 g/m 2 thickness. The water-resistant and moisture-proof layer of 
the obtained water-resistant and moisture-proof paper was heated at 



200 to 210 °C and another kraft paper (the same as abovementioned 
but the penetration-proof agent is not applied) was piled up on the 
heated water-resistant and moisture-proof layer, then pressurized 
by a calender roll to thus produce a clad paper sample in which the 
water-resistant and moisture-proof layer was sandwiched by two 
sheet of the kraft paper substrates. As shown in Table 3, both the 
moisture permeability and the disaggregation were excellent. 
Meanwhile, front and rear sides of the obtained water-resistant and 
moisture-proof paper were made of kraft paper, there was no problem 
with respect to the antiblocking property. 
Comparative Examples 5 to 7 

The water-resistant and moisture-proof papers were prepared 
in the same manner as in Example 10 except that resin compositions 
changing components as shown in Table 3 were used. As shown in 
Table 3, the water-resistant and moisture-proof papers had a fatal 
drawback at least either in the moisture permeability or in the 
disaggregation. 
Comparative Example 8 

The water-resistant and moisture-proof paper was prepared by 
laminating a low density polyethylene in 20 p. m thickness on a kraft 
paper of 75 g/m 2 , and the properties were evaluated. As shown in 
Table 3, the moisture permeability was so good as 35 g/m 2 .24 hr and 
the antiblocking property was also good. But, in the 
disaggregation test, the water-resistant and moisture-proof layer 
was not disaggregated at all and the polyethylene film remained 



unpeeled . 
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(A2) Crystalline polypropylene resin (MFR=38) 


(A4) Low molecular weight polypropylene 
(Mv-21000) 


(A5) Crystalline polypropylene resin (MFR=650) 


j 


! 

! 

! 


(B2) Hydrogenated alicyclic petroleum resin 


j 

! 


(Dl)Calcium carbonate 

(Average particle size ljum) 


Hindered phenol type antioxidant 


1 


Coat layer 


Flat 


Cruciform folding 


Visual observation 


1 




Moisture 
permeability 

(g/m 2 -24hr) 




Composition 
(Parts) 


1 
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Example 16 

A resin composition- was produced by extruding, kneading and 
pelletizing by the use of a homodirectional double-screw extruder, 
a mixture comprising 22 parts of an amorphous polypropylene 
(homopolymer with weight average molecular weight of 70,000) (Al), 
30 parts of a crystalline polypropylene [block type, MFR (JIS K 
7210 at 230'C ) = 55 g/10 min, melting point = 143°C ] (A7) as the 
(A) component, 45 parts of a hydrogenated terpene resin (ring and 
ball softening point: 135 °C , acid value: 1 or lower, and number 
average molecular weight: 1000) (B3) as the (B) component, 3 parts 
of a maleic anhydride-modified polypropylene as the (C) component, 
kaolin (average :article size: 1 #m)(D2) as the (D) component, and 
1 part of a hindered phenol antioxidant (melting point: 110 to 125 
°C ) . The temperature of a dice was set at 180°C . 

The obtained pellets were applied to one side of a cup paper 
(virgin pulp 100 % ) of 220 g/m 2 thickness using a laminating 
machine single screw extruder in 30 g/m 2 thickness to thus obtain 
the water-resistant and moisture-proof paper. The temperature of a 
T-die was set at 230°C . 

As the evaluation results being shown in Table 4, the 
disaggregation in water was excellent and the bleeding caused by 
heating the manufactured paper was not observed. The obtained 
water-resistant and moisture-proof paper was cut into the desired 
fan shape (trunk), circular shape (bottom), and the paper cup was 
prepared with the water-resistant and moisture-proof layer inside. 



Heat sealing was made by a hot plate heating method and the heat 
sealing strength identical to a polyethylene-laminated water- 
resistant and moisture-proof paper was obtained. Into this paper 
cup, an aqueous solution colored with Methylene Blue was poured and 
left to stand at 40°C for one week, but the permeation of the 
Methylene Blue into the paper substrate was not observed, from 
which it was understood that there was no problem with respect to 
the water-resistance. 

In addition, a plate was molded from the pellets of this 
resin composition using a hot press for the sanitation test 
according to a bulletin No. 20 of Ministry of Health and Welfare 
based on the Food Sanitation Law. The amounts of lead and cadmium 
were below the inspectable limitation. The dissolved amounts of 
heavy metals were below the standards. 

The consumption of potassium permanganate, and evaporation 
residues extracted in water, 4 % acetic acid and 20 % alcohol in an 
elution test with a pseudo-solvent were all below the standards. 
Accordingly, the water-resistant and moisture-proof paper of the 
present invention is usable as cups for meeting these standards. 
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Example 16 




(Al) Amorphous polypropylene (Mw=70000) 


2 2 




(A7) Crystalline polypropylene resin 
(Block) (MFR=55) 


3 0 


Composition 


(B3) Hydrogenated terpene resin 


4 5 


(Parts) 


(C) Maleic anhydride-modified polypropylene 


3 • 


(D2) Kaolin (Average particle size l#m) 


1 0 0 


Hindered phenol type antioxidant 


1 


Penetration-p 


roof layer 


Absence 


Coat layer 


Absence 


Properties 


Moisture 
permeability 

(g/m J «24hr) 


Flat 


1 5 


Cruciform folding 


1 5 


Disaggregation 


Visual observation 


O 


Bleeding 


O 


Antiblocking 


O 




Sanitation 
test 




Standard 


Measured 
value (ppm) 


Judgement 


Consumption of petassium 
permanganate 


Not more than 
10 ppm 


1. 0 


Adaptation 


Evaporation 
residue 


water 


Not more than 
30 ppm 


0. 7 


Adaptation 


20 % ethyl 
alcohol 


Not more than 
30 ppm 


0. 5 


Adaptation 
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Industrial Applicability 

As described above, the water-resistant and moisture-proof 
paper using the resin composition of the present invention as the 
water-resistant and moisture-proof layer has the water-resistance 
and moisture-proof ness as excellent as or even more excellent than 
that of the water-resistant and moisture-proof paper laminated with 
a polyolefin type resin. 

Also, the moisture-proof paper of the present invention has 
disaggregation and dispersibility in water as excellent as that of 
emulsion-coated type moisture-proof paper, which has recently been 
proposed, and is possible to be recycled without bleeding by 
heating after paper manufacturing. 

Moreover, a load is not increased on the waste water treatment 
at the time of paper manufacturing. Further, the resin composition 
is cheaper than the conventional one and a manufacturing equipment 
is also cheap. The working efficiency is also high. Especially, 
by using a specific amount of an inorganic filler, a more cheaper 
resin composition is not only obtained, but the problems caused by 
a relatively large amount of an inorganic filler used, such as a 
decrease in moisture-proof ness of the folded lines and damages on 
the surface of products wrapped are solved. 

The present invention provides remarkably useful water- 
resistant and moisture-proof paper as a water-resistant and 
moisture-proof wrapping paper for industrial products and water- 
resistant and moisture-proof container materials for domestic goods 



and at the same time contributes to wood resource preservation by 
recycling and environmental pollution prevention, since burning and 
discarding of paper materials are not required. 



Claims 



1. A resin composition comprising 40 to 75 parts by weight 
of a polyolefin (A), 25 to 60 parts by weight of a tackifier (B) 
and 0 to 20 parts by weight of a compatibilizing agent (C), the 
total of (A), (B) and (C) being 100 parts by weight. 

2. A resin composition comprising 40 to 75 parts by weight 
of a polyolefin (A), 25 to 60 parts by weight of a tackifier (B) 
and 0 to 20 parts by weight of a compatibilizing agent (C) , and 20 
to 300 parts by weight of an inorganic filler (D) to the total 
amount of 100 parts by weight of (A), (B) and (C). 

3. A resin composition of claim 1 or 2, wherein the 
polyolefin (A) comprises at least one of amorphous polypropylene 
resins . 

4. A resin composition of claim 1 or 2, wherein the 
polyolefin (A) comprises a polypropylene homopolymer or a copolymer 
of propylene with at least one selected from the group consisting of 
ethylene and alphaolef ins . 

5. A resin composition of claim 1 or 2, wherein the 
tackifier (B) is at least one selected from the group consisting of 
rosin, modified rosins, ester compounds thereof, alkylphenol resins, 
alkylphenol-modif ied xylene resins, rosin-modified xylene resins, 
terpene phenol resins, terpene resins, aromatic-modified terpene 
resins, olefin resins, styrene resins, petroleum resins, 
hydrogenated petroleum resins and coumarone-indene resins. 
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6. A resin composition of claim 1 or 2, wherein the 
tackifier (B) is at least one selected from the group consisting of 
hydrogenated alicyclic petroleum resins, hydrogenated terpene resins 
and hydrogenated rosin esters. 

7. A resin composition of claim 1 or 2, wherein the 
compatibilizing agent (C) is oxidized polyolefins and/or acid- 
modified polyolefins. 

8. A resin composition of claim 2, wherein the inorganic 
filler (D) has an average particles size of not larger than 5fi m . 

9. A resin composition of claim 2, wherein the inorganic 
filler (D) is one selected from the group consisting of calcium 
carbonate, kaolin and clay, having an average particle size of not 
larger than 5 JJ. m. 

10. A resin composition of claim 2, wherein the inorganic 
filler is blended so that a density of the resin composition is not 
less than 1.0 g/cm 3 . 

11. A resin composition of any one of claims 1 to 10, which 
is colored with approximately the same color as a paper substrate. 

12. A water-resistant and moisture-proof paper forming a 
water-resistant and moisture-proof layer of the resin composition 
defined in any one of claims 1 to 11 on either one side of a paper 
substrate . 

13. A water-resistant and moisture-proof paper for foods, 
forming a water-resistant and moisture-proof layer of the resin 
composition defined in claim 6 on either one side of a paper 



substrate . 

14. A water-resistant and moisture-proof paper of claim 12 
or 13, wherein a coat layer of a (meth)acrylic resin is formed on 
the water-resistant and moisture-proof layer. 

15. A water-resistant and moisture-proof paper paper, 
wherein the resin composition defined in any one of claims 1 to 11 
is inserted between paper substrates of not less than two sheets. 

16. A water-resistant and moisture-proof paper of any one of 
claims 12 to 15, wherein a penetration-proof layer is formed on a 
face of the paper substrates to be coated with the resin 
composition and/or on a face of another counterpart paper substrate 
to be brought into contact with the resin composition. 

17. A method for producing water-resistant and moisture- 
proof paper of claim 12 or 13, comprising the step of forming a 
water-resistant and moisture-proof layer by applying the resin 
composition defined in any one of claim 1 to 11 to at least one 
side of a paper substrate. 

18. A method for producing water-resistant and moisture- 
proof paper of claim 14, comprising the steps of: 

forming a moisture-proof layer by applying the resin 
composition defined in any one of claim 1 to 11 to at least one side 
of a paper substrate, and 

forming a coat layer of a (meth)acry lie resin on the surface 
of the water-resistant and moisture-proof layer. 

19. A method for producing moisture-proof paper of claim 15, 



comprising the step of forming a water-resistant and moisture-proof 
layer by applying the re'sin composition defined in any one of 
claims of 1 to 11 between paper substrates of not less than two 
sheets. 

20. A method for producing moisture-proof paper of claim 16, 
comprising the steps of applying a penetration-proof agent to a 
face of the paper substrates to be coated with the resin 
composition and/or to face of another counterpart paper substrate to 
be brought into contact with the resin composition before the resin 
composition is applied to the paper substrates. 
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Reg ; MoJlJiI; Ronald F. Naughton. Reg. No. 24,616; William G. Kratz, Jr., R?g. No^JZMU Mel R. Qumtos, Reg. No. 31,898; Donald 
W. Hanson, Reg. No. 27, 133; Stephen G. Adrian, Reg. No. 32,878; Scolt M. Daniels, Reg. No. 32,562; James P. Welch, RegT*ro7T7/379; John 



R. Pegan, Reg. No.J£ t 069^Jorin F. Carney, Reg: No^fii&^lward F. Welsh, Reg. No. 22^45$; William L. Brooks Reg No 34 129' John 
P. Kong, Reg. No.. 40,054; Luke A. Kilyk, Reg. Nq^251; James E. Armstrong, IV, Reg.'r%42^266; Nicholas E. Sec'kel Reg Nofe2&373' 
/ L Leonard D. Bowcrsox, Reg. No. 33,226; Raymond J. Ho, Reg. No. 41 ,838; Tliomas E. Brown, Reg. No. P-44,450; and James N. BakeTW 
No. 40,899. ' 

Please direct all communications to the following address: ARMSTRONG , WESTERMAN, HATTORI, 

M^Sh^BJ^ '^SSSE^ff * ™ - 

1725 K Street, N.^V^uke.JJD00^ 

Washington, D.C. 2Q QD_6L_-^ 

Telephone: (202) 659-2930 Fax:(202) 887-0357 

I hereby declare that all statements made herein of my own knowledge are true and that all statements made on information and belief 
are believed to be true; and further that these statements were made with the knowledge that willful false statements and the like so made 
are punishable by fine or imprisonment, or both, under Title 18 of the United States Code, § 1001 and that such willful false statements 
may jeopardize the validity of the application or any patent issued thereon. / sA 

(See note C Full name of sole or first inventor (given name, family name) -J^^ Y ^^5L- 

above) \ $ ~ J> 1 6 - 

Inventor's signature ^MJiAMm^ Ugm^fOM^ Date December 21 , 2001 

Residence Osaka, Japan yS / / Citizenship Japan ; 

Cj Post Office Address c /° G0Y0 PAPER WORKING CO., LTD. of 13-18, Anryu 



p 4-chome, Suminofe-ku, Osaka-shi, Osaka 559-0003 Japan 

iamg^ -^^ ln °_ r ,,:f NAKAMOTO__ 



Ir^ntor's signature iTn^c^rt^i ^c^A^^o-C^ Date December 21 . 2001 

Residence Osaka, Japan^f/ Citizenship Ja P an 

Ppt Office Address c/o GOYO PAPER WORKING CO., LTD. of 13-18, Anryu 4-chome, 
H Suminoe-ku, Osaka-shi, ,Osaka 559-0003 Japan 

Fflil name of third inventor (given name, family name) y-v lV Hiroshi 



OKAMUR A 



hflfmtor's signature l^J^^<?uJl/<S (S^f^a ^UsuaS^*-^ Date December 21 , 2001 

Residence Osaka_, Japan c Cjf / Citizenship Japan 

Post Office Address c /o GOYO PAPER WORKING CO., LTD. of 13-18, Anryu 4-chome, 
Suminoe-ku, Osaka-shi^. Osaka 559-0003 Japan 



Full name of fourth inventor (given name, family name/ -Xakgghi YjQSHIM- 



Inventor's signature _ Date December 21 , 2001 

Residence ^Osaka, Japan Citizenship Japan 



Post Office Address c/o GOYO PAPER WORKING CO., LTD. of 13-18, Anryu 4-chome, 
Suminoe-ku, Osaka-shi ./-Osaka 559-0003 Japan 

Full name of fifth inventor (given name, family namelfz^ Hiroshi KMjAHARA- 

Inventor's signature (4lh?sbi \^tAAX^CiJr<X- _ Date December 21 , 2001 

R«*ence ^saka^ Japan^ </^K Citizenship Japan 



Post Office Address c/o GOYO PAPER WORKING CO., LTD. of 13-18, Anryu 4-chome, 
Suminoe-ku, Osaka-shi, Osaka '55 9-0003 Japan 



